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(54) Electro-osmotic display device 

(57) A porous light-transmissive die- 
lectric plate (111) supported (130) 
on one side is impregnated (1 12) 
with light-transmissive dielectric liq- 
uid subject to electro-osmosis. Elec- 
trodes (121, 1 22, 1 30) on or adja- 
cent both faces, e.g. in 7 segment 
arrangement, not blocking the 
pores allow direct voltage V 8 to be 
applied to expel the liquid (1 1 3). If 
the refractive indices match, the ex- 



pulsion provides a transition from 
transparency to scattering. The dis- 
play may be viewed by transmission 
or reflection. Patterns of depres- 
sions on the exposed surface of the 
plate, with the areas between ob- 
scured by opaque coating, improve 
sensitivity. Coloured inks applied to 
areas of the display, e.g. red, 
green, blue, can provide a coloured 
display. The plate may be of cellu- 
lose derivative or porous glass or 
ceramic: the liquid can be a suitable 
silicone compound or e.g. a-chloro 
or -methyl-naphthalene. 
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The drawings originally filed were informal and the prim here reproduced is taken from a later filed formal copy. 
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SPECIFICATION 
Display device 

5 The present invention relates to. a light control or display device of a new principle which 5 
renders an optical property such as a light transmission factor or a light reflection factor to be 
changed electrically to modulate and control an externally radiated light ray. 

Liquid crystal devices have been known as ones which electrically control the optical property 
such as light transmission factor or light reflection factor, while oil film deformation devices 
10 which utilize coulomb force of deposited charges such as those used for light bulbs have been 10 
known as ones which control light refraction effect. 

However, the liquid crystal devices are thermally unstable and operation temperature thereof 
must be kept in a low and narrow temperature range such as 0*C-60*C in order to maintain 
them in a liquid crystal state. Moreover, many problems are left unresolved, such as short 
1 5 lifetime due to electrolysis by the mingle of moisture or electrolyte, difficulty of orienting liquid 1 5 
crystal molecules in a predetermined orientation, instability of operation due to ununiform film 
thickness and difficulty in having a large area device. 

On the other hand, the oil film deformation devices need complex and expensive Schlieren 
optical systems for converting light refraction to a light intensity, and the elements must be held 
20 horizontally in order to keep the oil film thickness uniform. Furthermore, a special consideration 20 
must be paid for the anti-shock property of the elements and the optical system in order to avoid 
the instable operation. 

It is an object of the present invention to provide a display device of a new principle which 
overcomes the difficulties of those prior display devices. 
25 It is another object of the present invention to provide a display structure which enables a 25 
high sensitivity of operation and a method for manufacturing the same. 

It is a further object of the present invention to provide a color display device. 

It is a further object of the present invention to provide an effective operation and powering 
system. 

30 In principle, the display device in accordance with the present invention comprises means for 30 
applying- a signal voltage to a composite body having a display structure including a fifm-like or 
plate-like porous substance of light transmissive or colored dielectric material having at least one 
surface thereof supported to face an open space, and light transmissive liquid material 
impregnated in the porous substance. By electrically controlling liquid impregnation factor at 

35 least one surface of the porous substance facing the open space through the movement of the 35 
light transmissive liquid material in the porous substance in response to the signal voltage, the 
light reflection factor or the light transmission factor of the composite body to an external light is 
controlled. 

Furthermore, by providing spot-like or linear depression on the surface of the porous 
40 substance which faces the open space, a highly sensitive external light contol is attained. By 40 
applying color ink on either the surface of the porous substance or a surface of a support plate 
which supports the porous substance, a color display device is attained. 

The principle of the present invention is to control the light reflection factor or the light 
transmission factor at the surface of the porous substance by the impregnation factor for the 
45 light transmissive liquid material, and to control the liquid impregnation factor by electro-osmotic 45 
movement. 

When the porous substance is made of colored dielectric material, a reflection type display 
device is attained, and when the porous substance is made of light transmissive dielectric 
material, transmission type and reflection type display devices are provided. 
50 In the specification, the term "porous substance" is intended to preferably include those 50 
having holes, gaps or grooves, whatever shaped they are, which substantially extend from one 
surface thereof to the opposing surface, as well as those having holes, gaps or grooves, 
whatever shaped they are, which have openings exposed at least one surface of the substance. 
Therefore, the holes, gaps or grooves need not extend from one surface to the opposite surface. 
55 These and other features and advantages of the present invention will be apparent from the 55 
following detailed description of the invention and the drawings illustrating embodiments. 

Figure 1 shows a structure, in longitudinal section, of one embodiment of the display device 
of the present invention and illustrates the principle of operation; 

Figures 2 and 3 show other embodiments of the display device of the present invention in 
60 association with the device shown in Fig. 1; 60 

Figure 4 shows a structure, in longitudinal section, of another embodiment of the display 
device of the present invention, and a power supply system therefor; 

Figure 5 shows a structure, in longitudinal section, of a further embodiment and a power 
supply system tehrefor; 

65 Figures 6a and 6b illustrate the principle of operation thereof; 65 
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Figure / shows a structure, in longitudinal section, of another embodiment of the d.splay 
device of the present invention, and a power supply system . _ ower 

Figure a shows a structure, in longitudinal sect.on, of a further embod.ment and a power 

5 '"fSurlTsrows'a^upper or lower surface of the device shown in Fig. 8; 5 
Figure ?0 shows a stmcture. in longitudinal section, of another embodiment of the d.sp.ay 
device of the present invention, and a power supply system therefor; Micnlaxi 
Figure 7 J shows a structure, in longitudinal section, of another embod.ment of the d.splay 
device of the present invention, and a power supply system therefor; 
10 Sore 72 shows a structure, in longitudinal section, of an embod.ment of a reflect.on type 10 
disolav device of the present invention, and a power supply system therefor; 

F!Ze13 "horn a structure, in longitudinal section, of another embodiment of the reflects 
tvoe disDlav device of the present invention, and a power supply system therefor; 
"f£ ( \14 shows a structure, in longitudinal section, of a further embodiment of the reflect.on 
1 5 tvoe disDlav device of the present invention, and a power supply system therefor; 

VP 4ure 75 sSows a structure, in section, of an embodiment of the display structure of the 

present invention; .... » _» 

figures 16A and 16B show process for manufacturing the display structure, 
f/gore 7 7 shows a structure, in section, of another embodiment of the display structure of the 

20 P % n JrelTshZs a partial perspective view of an embodiment of the display structure of the 

^figuri^rshows a partial perspective view of another embodiment of the display structure of 

25 ^fSur^^oSow^partial perspective view of a further embodiment of the display structure of 25 

the present invention; 

Figure 21 shows a partial perspective view of a still further embodiment of the display 
structure of the present invention; j™,:^ 
f/gure 22 shows a structure, in longitudinal section, of an embodiment of the display device 
30 of the present invention which uses the display structure shown in Fig. 21. and a power supply <*u 

system therefor; 9 . - . A . . . 

Figure 23 shows a structure, in longitudinal section, of an embodiment of the display 
structure of the present invention, which is an improvement over Fig. 21 ; 

Figures 24A. B and C show manufacturing process for the display structure of the present 

35 tnv ^^ 25 shows a structure, in longitudinal section, of an embodiment of the display 
structure of the present invention; . 

Figure 26 shows an improved power supply system for the display device of the present 

40 ^Figure 27 shows a structure, in longitudinal section, of an improved embodiment of the 40 
display device of the present invention, and a power supply system therefor; 

Figure 28 shows a partial perspective sectional view of an embodiment of the display 
structure of the present invention for illustrating the electrode separation formation for the 
display structure shown in Fig. 21; AJ . 
45 Figure 29 shows a partial structure, in longitudinal section, of one embodiment ot tne 
transmission type color display device of the present invention; 

Figure 30 shows a structure, in longitudinal section, of another embodiment of the color 
display device of the present invention; 

Figure 31 shows a structure, in longitudinal section, of a packaging assembly of the display 
50 device of the present invention. 

Fig. 1 shows a longitudinal sectional view of a structure of one embodiment of tne display 
device in accordance with the present invention and a feeding system therefor. It should be 
noted that in the present embodiment as well as the other embodiments each element is 
illustrated in an enlarged scale for the sake of convenience jf explanation so that a relative 
55 dimension thereof may not always correspond i : the description in the specification. 55 
In Fig. 1. numeral 100 denotes a composite body comprising a film-like or plate^like porous 
substance 1 1 1 of light transmissive dielectric material and light transmissive liquid material 112 
impinged in the porous substance 111. Provided on a surface of the porous substance 1 1 1 are 
light transmissive electrodes 121 and 122 which are electrically insulated from each other. The 
60 elements 1 1 1. 121 and 122 form a display structure. The composite body 100 is mounted and 60 
supported on a support plate 140 such as a transparent glass plate having a light transmissive 
electrode 1 30 of a metal oxide such as tin oxide deposited on a surface thereof. The surface of 
the porous substance 111, that is, the composite body 100 which faces the electrodes 121 and 
1 22 directly faces an open space 1 50. 
65 The porous substance 1 1 1 is not bonded to the electrode 1 30 but it is merely placed on it to bb 
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leave a gap 1 60 therebetween, into and out of which light transmissive liquid material 1 1 2 can 
flow as shown in Fig. 1. 

In the illustrated embodiment, the porous substance 1 1 1 has a plurality of separate pores 
1 1 3 extending through the thickness of the substance and the liquid material 1 1 2 is 
5 impregnated in those pores 1 13. 

A preferable example of the light transmissive dielectric material is an organic synthetic resin 
such as nitrocellulose, cellulose acetate or mixture thereof. Those are transparent dielectric 
materials, and indexes of refraction n d of nitrocellulose and cellulose acetate are approximately 
1 .47 and 1.51, respectively, and that of the mixture is an intermediate value of those two. The 

10 porous substance 111 can be manufactured by a known manufacturing method in which the 10 
material such as those above is solved in appropriate solvent and resulting solution is flown onto 
a flat plate to a small thickness and pororize it while controlling pore diameter by controlling the 
evaporation rate of the solvent. It is used in a form of a so-called microporous membrane filter. 
The microporous membrane filter has an indefinite number of pores of substantially circular 

1 5 cross section which essentially extend from one surface to the opposite surface. Microporous 1 5 
membrane filters having an average pore diameter of 0.1-8 /zm, a thickness of 20-200 /im and 
a porosity of 50-80% may be formed with ease. Any of these filters can be used as the porous 
substance 111 but for the purpose of attaining a low operation voltage and a fast response in 
the present device those having average pore diameter of 0.1-0.65 /im and thickness of 

20 40-150 /im are particularly useful. 

The light transmissive electrodes 121 and 122 can be constructed by vacuum evaporating 
copper or the like on the surface of the porous substance 1 1 1 to the thickness of approximately 
70-80 A, immersing it into iodine solution including organic solvent such as carbon tetrachlo- 
ride for reaction therewith to form transparent conductive films consisting of cuprous iodide, 

25 which together with the porous substance 1 1 1 form the display structure. Since the electrodes 
121 and 1 22 formed by the conductive films are much thinner than the pore diameter of the 
porous substance, the pores at the surface of the porous substance 111 are not clogged by the 
conductive films to permit the liquid material 1 1 2 to flow in and out. In other words, they are 
constructed to be liquid permiative. That is, the electrodes 121 and 122 are constructed to be 

30 porous in correspondence to the pores of the porous substance 111, and also to be liquid 30 
permiative. 

The display device of the present invention makes use of electro-osmotic movement of the 
light transmissive liquid material 1 1 2 for the porous substance 111. 
Accordingly, the light transmissive material 1 1 2 must have high electro-osmotic mobility to 
35 the light transmissive dielectric material forming the porous substance 111. 35 
Examples of the light transmissive dielectric material forming the porous substance 1 1 1 are, 
in addition to those described above, synthetic resin such as polypropylene, vinyl chloride or 
polyamid (nylon), which is not highly light transmissive, however, glass material such as soda 
glass, borosilicate glass or silica glass; or metal oxide or ceramic material such as silicon oxide 
40 (silica) or aluminum oxide (alumina). When filter-like porous substance of lateral fiber type is to 40 
be formed, natural fiber such as pulp may be used. 

Therefore, the light transmissive liquid material 1 1 2 should have high electroosmotic mobility 
to the light transmissive dielectric material forming the porous substance 1 1 1 and hence it 
should have low viscosity and high electric resistivity, should be chemically stable, and since at 
45 least one surface thereof faces an open space it should have high boiling point, low vapor 45 
pressure and should be in liquid state at room temperature. 

For those requirements, transparent liquid material having either monosilane structure or 
siioxane structure and having at least one of alkoxy group or aikyl group as a functional group is 
useful. 

50 Examples of particularly useful material are shown below together with indexes of refraction 50 
thereof. Monosilane group; methacryloxypropyltrimethoxy silane 

[CH 2 m C CO(CH 2 ) 3 Si(OCH 3 ) 3 , n d = 1 .43], vinyltris 

55 CH 3 0 55 

(j3-methoxyethoxy) silane [CH 2 = CHSi(OCH 2 CH 2 OCH 3 ) 3 , 

n d = 1.43], phenyl-trimethoxy silane [ ^""Vsi(OCH 3 ) 3t 
60 . 60 

n d = 1 .47], methyl triethoxy silane [OH 3 Si(OC 2 H 5 ) 3 , 
n d » 1.38] and tetramyl silicate [SKOCgH,,)* n d = 1.42]: 
Siioxane group; dimethyl triphenyl trimethoxy siioxane 
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5 [CH 3 - Si - 0 - Si - 0 - Si - CH 3 , n d = 1.51]. 5 
OCH 3 OCH 3 OCK 3 

Another example of the light transmissive liquid material 1 1 2 is naphthalene liquid material 

1 0 having either halogen group or alkyl group as a functional group, sych as a-chloronaphthalene TO 
(n d = 1 .63) or a-methyl naphthalene. 

The light transmissive liquid material 1 1 2 may be one or more than one of the materials 
mentioned above, or those materials may be used by dissolving the material in solvent 
consisting of liquid having a low vapor pressure, a high boiling point a low viscosity of 

1 5 approximately 3-100 centistokes and lower electro-osmotic mobility than those mentioned 
above such as dimethyl silicon oil (n d « 1 .33-1 .40), rrethyl phenil silicon oil (n d = 1 .42-1 .43) 
or ethyl diphenyl (n d « 1 .59). 

The light transmissive liquid material 1 12 can thus t - formed from one or more liquid 
materials with or without solvent. In order to make th* composite body 100 light transmissive 

20 when the light transmissive liquid material 1 1 2 is impregnated into the porous substance 111, 20 
an index of refraction of the liquid material 1 1 2 is selected to be equal to or close to an index of 
refraction of the light transmissive dielectric material forming the porous substance 111. When 
the liquid material 112 having an index of refraction which is substantially equal to that of 
dielectric material forming the porous substance 1 1 1 is available, the liquid material 1 1 2 may 

25 be formed by a single material having electro-osmotic mobility. 25 
As an example, when the porous substance 1 1 1 is made of nitrocellulose, dimethyl-triphenyl- 
trimethoxysiloxane (n d = 1 .51 ) is useful as the liquid material 1 1 2, and when cellulose acetate is 
used, phenyl-trimethoxysilane (n d = 1 .47) is useful. 
When the indexes of refraction are not coincide, at least one light transmissive liquid material 

30 having a larger index of refraction than that of the light transmissive dielectric material forming 30 
the porous substance 1 1 1 and at least one light transmissive liquid material having a smaller 
index of refraction are mixed at an appropriate proportion so that the resultant index of 
refraction of the light transmissive liquid material 1 1 2 are made equal to or close to that of the 
porous substance 111. 

35 In this case, it should be understood that at least one material forming the mixed liquid 35 
material 1 1 2 has a high electroosmotic mobility so that the light transmissive liquid material 
112 exhibit, as a whole, electroosmotic mobility to the porous substance 111. 

As an example, when the porous substance 1 1 1 is mixture of nitrocellulose and cellulose 
acetate, an index of refraction n d is intermediate 1.47 and 1.51. Accordingly, dimethyl- 

40 triphenyl-trimethoxysiloxane and phenyl-trimethoxysilane are mixed at an appropriate proportion 40 
to obtain equal index of refraction. 

When tetraamylsilicate or methyl-triethoxy silane having a lower index of refraction than that 
of the cellulose porous substance 1 1 1 mentioned above is used, a-chloronaphthalene, a- 
methyinaphthalene or ethyl-diphenyl, which has higher index of refraction, may be added to 

45 form the light transmissive liquid material 1 1 2 having an approximately equal index of 45 
refraction. 

When the cellulose acetate porous substance 1 1 1 is used, vinyl-tris08-methoxyethoxy)silane, 
tetraamyl silicate or methyl-triethoxysilane may be used as the electroosmotically mobile liquid 
material of low index of refraction. 
50 On the other hand, when liquid material of high index of refraction such as a-chloronaphthal- 50 
ene or a-methyinaphthalene is used as the electroosimically mobile liquid material, low index of 
refraction material such as dimethyl silicone oil, methylphenyl silicone oil, methyl-triethoxysilane, 
tetraamyl silicate, vinyl-tris(/?-methoxvethoxy)silane may be added to make an index of refraction 
equal to that of the light transmissive jtslectric material forming the porous substance 111. 
55 When necessary, auxiliary agent st.ch as charge controlling agent or surface activation agent 55 
may be added to the porous substance 1 1 1 or light transmissive liquid material 112. 

The porous substance 1 1 1 is made of light transmissive dielectric material but when it is 
placed in the air, air (n d =1) exists in the pores so that it appears to be white and opaque 
because it diffuse-reflects light ray because of mismatch of index of refraction with the porous 
60 substance 111. 60 
When the tight transmissive liquid material 1 1 2 having an index of refraction equal to or close 
to that of the porous substance 1 1 1 is impregnated, the mismatch of the index of refraction is 
eliminated and the composite body appears to be transparent 
Accordingly, in Fig. 1, when the electrodes 130 and 121 are interconnected via a conducth/e 
65 line 1 71 to keep them at the equal potential, the corresponding portion of the composite body 65 
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100 becomes transparent so that when it is illuminated by an incident light L„ the incident light 
L, passes straight therethrough to produce an output light Lj. ,,„ . 

On the other hand, when I D.C. potential V e is applied across the electrodes 1 30 and- 122 via 
a conductor 1 72, electric double layers are created at contact interfaces between wall surfaces 
5 of the pores 1 1 3 of the porous substance 1 1 1 and the light transmissive liquid material 112 .5 
such that the porous substance 1 1 1 is negatively charged and the liquid material 1 1 2 is 
positively charged. As a result, the liquid material 1 1 2 electroosmotically moves along the wall 
surfaces of the pores 1 1 3 toward the negative electrode, that is. the electrode 1 30 and flows 

1 0 As* a* Suit, the liquid impregnation factor of the pores 1 1 3 at the surface portions facing the 1 0 
electrode 122 or the open area 1 50 lowers and the pores become void as shown in Fig. 1 . 
Thus mismatch of index of refraction occurs at that portion at the places corresponding to the 
pores 1 31 so that the output light L a corresponding to the input light L, is a scattered 
transmitted light L 2 ' as shown in Fig. 1 and it appears to be white and opaque. The higher the- 

1 5 potential V B is, the more remarkable is this phenomenon. When the D.C. voltage V e is lowered 
to zero, the liquid material 1 1 2 fills the voids by capillary action and the portion under the 
electrode 1 22 becomes transparent as is the portion under the electrode 121. 

An experimental example is given below; when a combination of cellulose porous substance 
1 1 1 having thickness of 120 /tm and pore diameter of 0.3-0.65 jim and the light transmissive 

20 liquid material 1 12 mentioned above is used, light scatter occurs by a D.C. voltage V B between 
20-200 volts, although it varies depending on particular materials used. . 

In the display device of the present invention, the liquid impregnation factor at the surface ot 
the porous substance facing the open area is controlled by electroosmotic movement. Since the 
movement of the light transmissive liquid material 1 1 2 in the order of several microns creates 

25 the mismatch of the index of refraction to enable the scatter of external light, a high quality of 
impregnation of the light transmissive liquid material 112 into the porous substance 1 1 1 is 

essential 

Accordingly, it is preferable that the liquid material 1 1 2 has a wet contact angle of no larger 
than 90 degrees to the light transmissive dielectric material forming the porous substance 111. 
30 The above combination satisfies this requirement. 

A direction of electroosmotic movement of the liquid material 1 12 in the porous substance 
1 1 1 is determined by a corelation between the liquid material 1 1 2 and the light transmissive 
dielectric material forming the porous substance 111. 
In case of the combination of the materials mentioned above, the liquid material 1 1 2 makes 
35 negative electroosmotic movement, as is usual in many cases. 

However, there exists a combination of the liquid material 1 1 2 and the porous substance 1 1 1 
which permits positive electroosmotic movement. In this case, a similar operation can be 
performed by reversing the polarity of the voltage source shown in Fig. 1 . 
In order to attain a high sensitivity operation, it is important to select the liquid material 112. 
40 When the liquid material 1 1 2 is made of mixture of a plurality of different liquids, it is 40 
desirable to use the liquids having the same polarity of electroosmotic mobility. 

In impregnating the liquid material 1 1 2 into the porous substance 1 1 1 , the amount of the 
liquid material 1 1 2 to be impregnated is to be limited as small as possible so long as a 
transparent state can be maintained because a sensitivity is lowered if the liquid material is 
45 impregnated to such an extent that it overflows onto the electrodes 121 and 122 under non- 45 

powered condition. j-n*>x • *u 

In the embodiment shown in Fig. 1 . the light transmissive electrodes 1 21 and 1 22 facing the 
open area are insulated from each other to form a plurality of divided electrodes. Alternatively, 
those may not be divided but may be formed by a single electrode and instead the electrode 
50 1 30 or the support plate 140 may be divided into a plurality of sections, to which voltages are 50 
selectively applied. Such an electrode structure can be used not only in the present embodiment 
but also other embodiments to be described later where opposing electrodes are provided across 
the porous substance. 

When necessary, both of the opposing electrodes may be constructed by a plurality of 
55 electrode sections insulated from each other and voltages may be selectively applied thereto. 55 

The light transmissive and liquid impregnant electrodes facing the open area 1 50 may be 
made of, in addition to the material used in the present embodiment, evaporated film of metal 
oxide such as indium oxide, tin oxide or solid solution thereof. 

It may be prepared by forming an evaporated film on the surface of the porous substance, by 
60 electron beam evaporation or the like of the metal oxide mentioned above, in an oxygen 60 
atmosphere of approximately 10~* - 10" 3 mmHg. Because of the need of liquid impregnation 
property, the thickness thereof may be selected, in principle, to be no larger than the diameter 
of the pores 1 1 3 of the porous substance 111. Usually, the thickness is selected to be much 
smaller, e.g. approximately 200-800 A. 
65 Fig. 2 shows an embodiment of a display device which utilizes the device shown in Fig. 1 tor bt> 
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P Tg 3 sh^ another embodiment of the display device which uses the device 
1 5 1 to 9 electricaTy control the light intensity with higher sensitivity In Fig. 3 "T^' Jg f*^ 
a collated light generator which, together with opaque parallel gratings 381 and 383 and . 
Inl Sems 382 and 384, forms a known Schlieren projection system. The device shown ,n 
Fig ris dTsplaced between the lens 382 and the grating 383 The arrangement - «**■« 
when the composite body 1 10 is transparent, an image L, of the parallel grating 381 is focused 
on ™ 1 nailS oratinq 383 through the lens system 382 so that an output light image L, does 
i taKmS rf thlSng. In this case, there exists no output light L,' which projects 
XlS^££^^™U*» body 100 onto the screen 283 through the lens 
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Sy ScTord?n 4 gly a transparent portion of the composite body 100 like the portion ^ing the light 
25 xraSSB^ro^, creates a dark projected image 385 on the «™«^3 white . " 9ht 
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imaoe 384 because the light scatter permits the output light L,' to pass through the gaps of the 
P^Xl grating which otherwise serves as a light stopper. Unlike the pnor display device 
StiSg the oil film deformation, the display device of the present invent™ can £• mounted >n 
30 any manner and a high sensitivity operation is attained because ununrformity of index of 

refraction at the pores of the surface of the porous substance is utilized. . . _ . 

While the embodiment of two light transmissive electrodes 121 and 22 has bwjwwnind 
described for the purpose of explaining the principle of operation the. < **»P ,M,nt 
embodiment as well as the other embodiments to be described later may be ^placed by 
35 conventionally used seven-segment light transmissive electrodes insulated ^^ach other and 35 
voltages may be selectively applied thereto to display numerical d.grts It ahouloj be understood 
that the electrode 130 may be replaced by the seven-segment electrode which is selectively 

activated to attain the same numeric display. j. ... ^ . K « M* n i*„ Hpviee 

Fiq 4 shows a structure, in longitudinal section, of another embod.ment of the display device 
40 of the present invention and a power supplying system therefor. Unlike the embodiments shown 
in Figs 2 and 3 which use the lens system for projection, the present embod.ment is intended 
to provide a direct view type display device using reflection. 

Numeral 100 denotes the composite body as previously explained. Deposited on a surface 
thereof are three porous and light transmissive electrodes 421 1 422 and 423 inau ate from 
45 each other. They are connected to a switch S via conductors 471. 472 and ^• n ^g t ^' . 45 
Numeral 440 denotes a support plate such as glass plate, on which an electrode 430 made of 
tin oxide or the like is deposited. On the electrode 430. a thin light absorbmg layer 431 1 such , as 
carbon black or similar paint is deposited to the thickness of 2-20 im (micron). The composite 
body 1 00 is disposed thereon. If desired, the light absorbing layer 431 may be deposited on a 
50 surface of the composite body 1 00 facing the support plate 440. In any case, so >ong m the &u 
layer 431 is constructed to permit the impregnation of the light transmissive liquid material and 
located between the composite body 410 and tin electrode 430. the exact posrt.cn thereof is 
immaterial. The electrode 430 is coupled, via a conductor 470. to a variable D.C. power supply 
V 8 which is connected to the switch S. By manipulating the > switch i S to Mleet terminal a, b or c. 
55 the D.C. voltage V, is selectively applied to the electrode 423. 422 or 421 . Assuming that the 55 
switch S selects the terminal a as illustrated in Fig. 4. the portions of the composite body lOO 
which face the electrodes 421 and 422 are transparent because no voltage is aPP'' ed , tneret ?„ 
As a result, an external light L, transmits through the light transmissive electrodes 421 and Ml 
and the composite body 1 00 and then absorbed by the light absorbing layer 431 . Therefore. ^ 
60 those portions appear dark. . 

On the other hand, the portion of the composite body 100 which faces the electrode 4AS 
diffuse-reflects the external light L, because the electrode 430 is kept negative potential by the 
D C voltage and the light transmissive liquid material electroosmotically moves toward the 
electrode 430 in the porous substance, as explained with reference to Fig. 1 . As a result, that 
65 portion appears bright or white. The higher the magnitude of V B , the brighter or more white oo 
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becomes the image. 

In a similar way, when the switch S is connected to the terminals b or c, the portion facing 
the electrode 422 or 421, respectively, appears bright while the rest appears dark. In this 
manner, a reflection type display device is provided. 
5 In the present embodiment, when the light absorbing layer 431 is a light absorbing and 5 
conductive film such as graphite conductive paint, this single layer can serve as both the 
electrode 430 and the light absrobing layer 431 . In this case, the conductive and light 
absorbing layer may be deposited on the support plate 440 or it may be deposited on the 
composite body 1 00. 

10 Another more preferable structure of the reflection type display device can be constructed by 10 
replacing the light absorbing layer 431 in Fig. 4 by a light reflective film such as a dielectric 
mirror which is formed by alternately stacking metal evaporated films of high index of refraction 
such as aluminum, nickel or silver film and evaporated films of low index of refraction such as 
zinc sulfide or magnesium fluoride. At the transparent portion of the composite body 100, the 

1.5 external light L, is not scattered but transmits and it is reflected at the light reflective layer. As a 15 
result, that portion appears dark. 

On the other hand, at the portion, like the portion facing the electrode 423 of Fig. 4, at which 
the D.C. voltage is applied to cause the electroosmotic movement, the external light L, is 
scattered and reflected at the surface of the composite body 100. However, since a portion of 

20 external light L, transmitted through the composite body 100 is reflected by the light absorbing 20 
layer 431 and is scattered again at the surface of the composite body 100, light utilization 
factor is improved and an efficient dark-bright display is attained. 

Since the light reflective film made of metal evaporated film can serve as an electrode, it may 
be evaporated on the support plate 440 to serve as the electrode 430. 

25 The metal evapoated film may be deposited on the surface of the composite body 100 which 25 
faces the support plate 440. In this case, it may serve as a light absorbing layer rather than a 
light reflective layer, and it may also serve as the electrode 430. 

When the electrode 430 is a transparent electrode such as metal oxide, the layer 431 which 
serves as the light absorbing layer or the light reflective layer may be mounted on the surface of 

30 the electrode 430 which is opposite to the deposition surface of the electrode 430 and faces the 30 
support plate 440. In this case, the layer 431 may be deposited on the surface of the support 
piate or it may be deposited on another support plate and mounted to keep an appropriate 
distance from the surface of the main support plate. While the electrode facing the open area is 
divided into the electrode sections 421, 422 and 423 in the illustrated embodiment, the 

35 electrode 430 may be divided to attain a similar operation. 35 
Fig. 5 shows a partial structure, in longitudinal section, of the display device of the present 
invention which is useful to control the light transmission, and a powering system therefor. 

Numeral 100 denotes a composite body as described with reference to Fig. 1. It is mounted 
on a transparent glass support plate 540 on which two sets of alternately arranged electrodes 

40 531 and 532, which are made of transparent conductive films such as tin oxide, are deposited. 40 
Space between one electrode 531 and adjacent electrode 532 is, for example, 10 /xm and 
length of the conductive land is longer than the space, for example, 300 pm. 

The composite body 1 00 may be formed by a porous substance made of a microporous 
membrane filter of cellulose acetate (n d =1 .47) having a thickness of 40-120 /im and average 

45 pore diameter of 0.5 pirn, and light transmissive liquid material made of mixture of methacrylox- 45 
ypropyl-trimethoxy silane (n d = 1 .43) and a-methylnaphthalene (n d = 1,61). 

The electrodes 531 and 532 are connected to a power supply 590 via conductors 571 and 
572, respectively. 

Figs. 6 A and 6B show portions of the device shown in Fig. 5 to illustrate the operation 
50 thereof. 50 
Fig. 6 A illustrates the operation when no voltage is applied across the electrodes 531 and 
532. The light transmissive liquid material is uniformly impregnated in the porous substance 
51 1 by surface tension and capillary action so that the composite body 100 appears 
transparent. As a result, an external light L t transmits therethrough to produce an output 
55 transmitted light L 2 . 55 
On the other hand, when a negative potential is applied to the electrode 531 relative to the 
electrode 532 as shown in Fig. 6B, the light transmissive liquid material 512 described above 
electroosmotically moves toward the negative electrode in the porous substance 51 1. As a 
result, the liquid material 512 is collected at the negative electrode 531 and the liquid 
60 impregnation factor at the positive electrode 532 lowers. Accordingly, a high light transmission 60 
is attained at the negative electrode 531, but at the positive electrode 532 the input light L, is 
diffuse-reflected by the surface of the composite body 100 facing the open space so that the 
amount of the transmitted output light L 2 is reduced. 
This trend becomes more remarkable as the magnitude of applied voltage increases. When 
65 the applied voltage is reduced to zero, the condition shown in Fig. 6A is instantly restored by 65 
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the surface tension of the liquid material 512 and the «P |I, «'^^ ,he 
applied voltage is reversed, the liquid impregnation factor at the electrode 531 »owers as 
opposed I to the condition shown in Fig. 6B, and the light transm.ss.on factor ,s reduced^ In an 
eSeriment for the arrangement described above, the liquid 

531 or 532 starts to change, by the electroosmotic movement, at the applied voltage of 0.1 
volt and it substantially saturates at approximately 8-20 volts. R^P^^ 1 ^^ 0 ftf 
application is fast and the device can respond to an A.C. frequency of up to 500-1000 Hz 

Thus by applying a square wave or sinusoidal wave A.C. voltage having frequency lower than 
that, an effective light transmission factor of the composite body 100 can be reduced in 
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10 response to the voltage amplitude. ... ^ . . 

More efficient control of light transmission can be attained by assembling the device into an 
optical projecting system as shown in Fig. 2 or a Schlieren optical system as shown in Fig. 3. 
When the electrodes 531 and 532 are liquid impregnate, they may be mounted on the 
surface of the porous substance 51 1 which is opposite to the support plate 540. 
1 5 Fig. 7 shows a partial longitudinal sectional view of another embodiment of the display device 1 b 
of the present invention, and a powering system therefor. 

A difference from the device shown in Fig. 5 lies in that at least conductive area of one of the 
electrodes 531 and 532 is substantially opaque. 

In the illustrated embodiment, a thin opaque layer 533 made of black paint such as carbon 
20 black is applied on the electrode 531 and the space. When the space is narrow, the opaque 
layer 533 at the space may be omitted. . 

When the electrode 531 is made of opaque material such as evaporated film of aluminum or 
other metals or graphite, the opaque layer 533 may be omitted and the opaque electrode 531 
serves as the opaque layer. The electrodes 531 and 532 are connected to a variable D.C. power 
25 supply V B via conductors 571 and 572, respectively. 

When the composite body 100 is constructed with the porous substance and the light 
transmissive liquid material, like the composite body shown in Fig. 5, by the application of the 
D C voltage, the liquid material electroosmotically moves toward the negatige electrode 537 
depending on the magnitude of the applied voltage. As a result, the liquid impregnation factor 
30 at the positive electrode 532 reduces and light scatter occurs causing effective light transmis- JO 
sion factor to be lowered. 

The liquid impregnation factor at the negative electrode 531 increases and the composite 
body 1 00 itself assumes transparent state. However, the light transmission is blocked by the 
presence of the opaque layer 533 or opaque electrode 531 . e • u- u 

35 Therefore, comparing the present embodiment with the embodiment of Fig. 5 in which Jt> 
transparent state and light scatter state coexist, the former can attain much more efficient 
control of light transmission. Again by assembling the display device of the present embodi- 
ment into an optical projection system or a Schlieren optical system as shown in Figs. 2 or 3. 
more effective electrical control of light transmission is attained. 
40 Fig. 8 shows a structure, in longitudinal section, of -another embodiment of the display device 40 
of the present invention, and a power supply system therefor. 

Fig. 9 shows a partial plan view of the device of Fig. 8, when viewed from an upper or lower 
surface. In the right section of the figure, the light transmissive liquid material is omitted for the 
convenience of explanation. 
45 Referring to Figs. 8 and 9, a porous substance 81 1 is made of transparent glass or the like. It 4b 
is formed by binding a plurality of hollow glass tubes, fusing them, slicing the resulting 
assembly to form a plate-like structure and polishing it. The structure is similar to a known 
glassfiber plate except that glassfibers are replaced by hollow tubes to provide circular through- 
holes. Kn 
50 Circular holes 813 extending from an upper surface to a lower surface have average hole oo 
diameter of approximately 30-70 jim. The porous substance 811 has a thickness of approxi- 
mately 200-2000 /im (micron). Deposited on the upper and lower surfaces of the porous 
substance 811 are light transmissive electrodes 831 and 832, respectively, made of tin oxide or 
the like, which are connected to a variable D.C. power supply V B via conductors 871 and 872, 
55 respectively. The composite body 100 is fixed to a support plate 833 made of plastic material or 55 
the like. 

Light transmissive liquid material is impregnated in the circular holes 813. When the porous 
substance 81 1 is made of soda glass (n d = 1 .51 ), the electroosmically mobile and opaque liquid 
material 812 may be triphenyl-trirrethoxy-dimethyl siloxane (n d = 1.51), and it is impregnated 
60 until a liquid level becomes substantially flat with the surfaces of the electrodes 831 and 832. 
In the illustrated embodiment, both surfaces of the composite body 100 face the open space 
As a result, so long as the light transmissive liquid material 812 is electroosmotically mobile in 
the porous substance 811, voids are formed at either the electrode 831 or 832 if a voltage is 
applied thereto, regardless of its polarity. Thus, the liquid impregnation factor is reduced and 
65 light scatter occurs thereat. In this manner, effective light transmission factor is reduced and 
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control of light transmission is attained. 

In the illustrated embodiment, the liquid material electroosmoticaily moves toward the 
negative electrode. Thus, when the power supply system shown in Fig. 8 is employed, the 
liquid impregnation factor at the electrode 831 to which a positive potential is applied is 
5 reduced. A prefered operation voltage is 100-300 volts. 5 

The operation for the composite body structure having both surfaces faced to the open space 
is equally applicable to the microporous membrane filter made of porous substance described 
above. Accordingly, in the device in accordance with the present invention, it is sufficient when 
at least one surface is faced to the open area. While the light transmissive dielectric material 
10 forming the porous substance 811 of Fig. 8 is glass, the porous substance may be made of 10 
hollow plasticfiber tubes, or a plastic sheet may be chemically or mechanically drilled. 

The porous substance may also be formed by compressing fine particles of metal oxide or 
ceramics such as glass, alumina or silicon oxide into a plate, shaping it and heating it to fuse 
the fine particles to leave pores or gaps which substantially continuously extend from one 
1 5 surface to other surface, whatever path they follow. 1 5 

The microporous membrane filter type porous substance is particularly effective. Light 
transmissive dielectric material useful for this purpose is vinyl chloride, polypropylene or 
polyamid (nylon) although the last one has relatively low light transmission factor. 

While the porous substance has been described as film, plate or particles, it may be formed of 
20 other fiber material such as ordinary paper or textile. Examples are synthetic resin such as 20 
nitrocellulose, cellulose acetate, mixture thereof, propylene or polyamid; natural fiber such as 
cellulose; and glass fiber. The only requirement is that laterally extending fibers form a film or 
cloth and gaps between adjacent fibers form filter which permits liquid to transmit preferably 
thicknesswise. Thus, the porous substance may be made of any of a variety of material or 
25 combination thereof. It should be noted that the light transmissive dielectric material for the 25 
porous substance is selected depending on a particular liquid material used such that the former 
is not chemically eroded. 

While the light transmissive liquid material has been described to be electroosmoticaily mobile . 
toward a negative electrode, material which electroosmoticaily moves toward a positive electrode 
30 may be used as well. 30 

Fig. 1 0 shows a structure, in longitudinal section, of a display device of the present invention 
which is useful for reflection type display, and a power supply system therefor. 

In Fig. 10, numeral 1110 denotes a glass support plate having an electrode 1 120 made of a 
conductive film such as tin oxide deposited thereon. A film-like black and opaque porous 
35 substance 1 130 is mounted thereon. The porous substance 1 1 30 has a number of pores 1131 35 
which extend through the porous substrate. Transparent liquid material 140 is impregnated in 
the pores. Those elements constitute a composite body 100. On the surface of the porous 
substance 1 1 30, electrodes 1151 and 1 1 52 made of transparent conductive film are deposited. 
They are insulated from each other. The electrode 1151 is connected to the electrode 1 120 via 
40 a conductor 1161 while the electrode 1 1 52 is connected to a D.C. power supply V e via a 40 
conductor 1 162. 

The porous substance 1 1 30 may be formed by adding mixture of black dye (e.g. oil dye), 
blue dye (e.g. Bayer Comacrorex blue FR) and red dye (e.g. Kanto Kagaku Co. oil red XO) to 
synthetic resin such as nitrocellulose, cellulose acetate or mixture thereof, dissolving the mixture 
45 into solvent such as acetone and controlling the evaporation rate to form a film-like porous 45 
substance, that is, a known microporous membrane filter. Pigment such as carbon black may be 
added in place of the dye. 

The filter has an average pore diameter of 0.1-1 jxm. 

The liquid material 1 1 40 used is transparent liquid material which is electroosmoticaily 

50 movable in the porous substance 1 1 30. 50 
When nitrocellulose (n d « 1.51) is used as the porous substance 1 130, dimethyl-triphenyl- 
trimethoxy siloxane (n d =1.51) is selected, and when cellulose acetate (n d s=1.47) is used, phenyl- 
trimethoxy silane (n d =1.47) is selected, and when mixture of nitrocellulose and cellulose acetate, 
mixture of the above two liquids is selected to attain the matching of index of refraction. 

55 The electrodes 1151 and 1 1 52 facing the open space 1 1 70 are transparent conductive films 55 
which are formed by evaporating copper on the surface of the porous substance 1 1 30 to the 
thickness of 80 A and dipping it into iodine solution such as carbon tetrachloride to form 
cuprous iodide film, or evaporating indium oxide, tin oxide or solid solution thereof to the 
thickness of 300-900 A in an oxygen atmosphere of approximately 10~ 4 mmHg. In any case, 

60 since the film is thinner than the pore diameter of the pores 1131 of the porous substance 60 
1 1 30, the pores 1131 are not clogged by the evaporated film but it remains porous and 
maintain its liquid permiability. 

The light transmissive liquid material 1 140 is impregnated in the porous substance 1 130 to 
the extent that the liquid does not overflow onto the surface of the electrodes 1151 and 1 1 52 

65 under zero voltage application. At the portion facing the light transmissive electrode 1 1 51 , the 65 
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light transmissive liquid material 1 140 is impregnated up to a level of the exposed I surface of 
the porous substance 1 1 30 to capillary action because no voltage is applied across the 

61 ATcordtngly'lince'tU indexes of refraction of the liquid materia. 11 40 and the dielectric 
matenal (synthetic resin) forming the porous substance 1 1 30 are substantially equal and match 5 
to each other, an external light L, is not reflected at the contact mterface but it transmits 
therethrough and is absorbed by the black dye or pigment in the porous substance 11 30. As a 
result that portion appears black. ... 

On 'the other hand, at the portion facing the electrode 1 1 52, a D.C. voltage is applied across 
the electrodes 1 1 52 and 1 1 20 so that the electrode 1 1 20 is charged negatively As ; a result 1 0 
the liquid material 1 140 electroosmoticaJly moves toward the negative electrode 1 1 20 and tne 
excess liquid flows into a gap 1 1 80 between the porous substance 1 1 30 and the electrode 
1 1 20 Accordingly, the impregnation factor of the liquid material 1 1 40 at the surface under the 
electrode 1 1 52 which faces the open space 1 1 70 is reduced to create voids 1 131 as shown. 
1 5 Since air exists in the voids 1131, it causes mismatching of index of refraction between the i o 
synthetic resin forming the porous substance 1 1 30 and the voids so that the external hght L, is 
reflected at the interface to produce a reflected light L 2 . The higher the voltage V ? is the lower 
is the liquid impregnation factor and the stronger is the intensity of the reflected light and hence 
the whiter does the portion facing the electrode 1 1 52 appear. When the voltage V B is reduced 
20 to zero, the condition of the portion facing the electrode 1151, that is, black condition is 

instantly restored. j<ico 
Therefore, by increasing the number of the light transmissive electrodes 1151 and 1 1 $4 
which face the open space and replacing them with known seven-segment electrodes and 
selectively applying a D.C. voltage across the electrode 1 120, a reflection type numeric display 
25 device can be provided. 

Instead of replacing the electrodes facing the open space with the seven-segment electrodes, 
the electrode 1 1 20 on the support plate 1 HO may be replaced with the seven-segment 
electrodes and a voltage may be selectively applied thereto to attain the same operation. 
The electrodes 1 1 20 may be made of thin and liquid permiative conductive film such as 
30 cuprous iodide or tin oxide, like the electrodes 1 1 51 and 1 1 52 and it may be deposited on the 30 
surface of the porous substance 1 1 30 which is opposite to the surface facing the electrodes 
1 1 51 and 1 1 52. In this case, the support plate 1110 may be omitted and both surfaces of the 
porous substance 1 1 30 are exposed to the open space. 
Accordingly, in the display device of the present invention, one or both surfaces, or in other 
35 word at least one surface of the porous substance need be exposed *c the open space. 

Fig. 1 1 shows a partial structure, in longitudinal section, of another embodiment of the 
present invention, and a power supply system therefor. Numeral 1230 denotes porous 
substance made of cellulose acetate which is colored by black dye or pigment like in the 
embodiment of Fig. 10. It may be a black microporous membrane filter having a thickness of 
40 1 20 tim and having fine circular through-holes having an average pore diameter of 0.5 fim and 
porosity of approximately 80%. 

Liquid material 1240 may be a mixture of methacryloxy-propyi-trimethoxy silane (n d = 1 .43) 
and a-methylnaphthalene (n d = 1 .62). These are mixed at an appropriate proportion to attain an 
index of refraction which is approximately equal to that of cellulose acetate (n d « 1.47) to attain 
45 matching of index of refraction. 45 
Those elements are mounted on a glass support plate 1210 on which electrodes 1221 and 
1 222 made of tin oxide conductive films having an electrode width of 300 /urn are deposited 
alternately with a space of 100 /im between adjacent electrodes. The electrodes 1221 and 
1222 are connected to a square wave A.C. power supply 1290 via conductors 1261 and 
50 1262, respectively. The liquid material 1240 is transparent and electroosmotically moves in the 50 
porous substance 1230 toward a negative electrode. 

Fig. 1 1 diagrarratically shows the movement of the liquid material when the electrode 1221 
is negatively charged relative to the electrode 1 222. 
Since the liquid material 1 240 moves toward the negative electrode 1221 . the liquid 
55 impregnation factor at the positive electrode 1 222 is lowered and that portion diffuse-reflects an 55 
external light. As a result, it appears white. 

On the other hand, when the polarity of the applied voltage is reversed, the portion on the 
electrode 1 221 appears white. It appears white alternately as the polarity of the voltage from 
the power supply 1 290 alternates. As a result, an average light reflection factor is increased. 
60 This trend is more remarkable as the magnitude of the voltage increases. When no voltage is 60 
applied, the external light is absorbed by the black porous substance 1 230 and hence that 
portion appears black. Thus, the average light reflection factor can be controlled by the voltage 
application. 

A response of electroosmotic movement to the applied voltage is fast. In the embodiment of 
65 Fig. 1 1 , the device can respond up to approximately 800 Hz if the voltage is appropriately high. 65 
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A satisfactory reflection type display is attained when the frequency of the A.C. square wave 
from the power supply 1290 is selected to approximately 60 Hz taking a flicker problem into 
consideration and the amplitude is varied from 0 volt to 1 50 volts. 

In the illustrated embodiment, the liquid material 1 240 is rendered to electroosmotically move 
5 in parallel to the surface of the porous substance 1 230. Accordingly, the pores of the porous 5 
substance need not necessarily extend from one surface to the other surface but it may be 
sufficient that only the surface portion facing the open space need be porous. 

While black-white display has been explained above, white-non-white display can be attained 
if oil soluble non-white dye or pigment is used as the color agent for the porous substance. 
10 For example, when Bear Co. macrorex blue FR is used as the color agent for the porous . 10 
substance, white-blue display is attained, and when Kanto Kagaku Co. oil red XO is used, white- 
red display is attained. 

As described above, the present invention provides a reflection type display device which 
utilizes the electroosmotic movement of the light transmissive liquid material in the opaque or 

1 5 colored porous substance. Unlike a prior liquid crystal device, it has no severe limitation on the 1 5 
operation temperature and is operable over a wide temperature range of - 30X - 100 # C. Also, 
no complex orientation process is required. Thus, the present invention readily permits to attain 
a stable and wide-area reflection type display device. 
Fig. 12 shows a structure, in ligitudinal section, of a display device of the present invention 

20 which is particularly useful for the reflection type display, and a power supply system therefor. 20 
In Fig. 12, numeral 2110 denotes a glass support plate on which lustrous metal 2200 such 
as evaporated aluminium film is deposited. An electrode 2120 made of a transparent conductive 
film such as tin oxide is deposited thereon. Porous substance 21 30 made of film-like 
transparent dielectric material is displaced thereon. The porous substance 2130 has a number of 

25 fine circular through-holes or pores 2131 into which transparent liquid material 2140 having an 25 
index of refraction which is approximately equal to that of the dielectric material mentioned 
above is impregnated. Those elements constitute a composite body 100. 

Electrodes 2151 and 21 52 made of transparent conductive films such as tin oxide or indium 
oxide are deposited on the surface of the porous substance 21 30. Those electrodes are insulated 

30 from each other and the electrode 2151 is connected to the electrode 21 20 via a conductor 30 
2161 while the electrode 2152 is connected to a D.C. power supply V B via a conductor 2162. 
Numeral 2300 denotes a circular polarization plate. The porous substance 21 30 may be a 
known microporous membrane filter made of light transmissive dielectric material such as 
nitrocellulose, cellulose acetate or mixture thereof. The filter has fine holes or pores having an 

35 average pore diameter of 0.1 -1 /xm. The pores have openings exposed to the surface of the 35 
porous substance and they substantially extend from one surface to the other surface of the 
porous substance. 

It is particularly preferable that the porous substance 21 30 have holes or gaps which 
substantially extend from one surface to the opposing surface, like that of the present 
40 embodiment, but the holes or gaps need not necessarily extend through the porous substance 40 
so long as they have openings at least the surface of the porous substance which is exposed to 
the open space. 

The light transmissive liquid material 2140 used is light transmissive, preferably transparent, 
liquid material which is electroosmotically mobile in the porous substance 2130. 
45 Useful examples of the porous substance 21 30 made of cellulose resin or glass are; 45 
monosilane having at least one of alkyl group and alcoxy group as a functional group such as 
phenyl-trimethoxy silane [C 6 G 5 Si(OCH 3 )J; and dimethyl-triphnyl-trimethoxy siloxane 

<f> <j) <j> 

50 | | | 50 

[CH 3 -Si-0-Si-0-Si-CH 3 where <J> represents phenyl group]. 

I I t 
0CH 3 OCH 3 0CH 3 

55 Generally, those materials electroosmotically moves toward a negative electrode. The indexes of 55 

refraction of the dielectric material forming the porous substance and the liquid material are 

made to be approximately equal. 
When nitrocellulose (n d = 1 .51) is used as the porous substance 21 30, dimethyl-triphenyl- 

trimethoxy siloxane (n d =1.51) is selected, and when cellulose acetate (n d =1.47) is used phenyl - 
60 trimethoxy silane (n d =1 .47) is selected, and when a mixture of nitrocellulose and cellulose 60 

acetate is used a mixture of the two liquids described above is used to attain the matching of 

index of refraction. 

The electrodes 2151 and 21 52 which face the open space 21 70 are evaporated by cold 
sputter method. They are very thin, e.g. in the order of 200-500 k As a result, the pores 2131 
65 are not clogged by those evaporated films and the porous substance remains porous and 65 
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''^e^nsmissive liquid 2140 is impregnated into "1™.%%%™%*^ 
extent that the liquid material does not overflow onto the surfaces of the electrodes 2 5 A and 
5l 52 under zero voltage application. At the portion facing the light transm.ss.ve electrode 
5 2 51 the light transmissive liquid material 2140 is impregnated to a level of the exposed 5 
surface of the porous substance 21 30 by capillary action because no voltage is applied across 

^!o^. « 8 iS^I 13S L,. after having transmitted through the cir cular Polarization 
plate 2300* transmits through the composite body 1 00 > withour ^0"^ , 0 

10 fnterface of the liquid material 2140 and the porous substance 213C I because the ndexes o 10 
refraction of the dielectric material forming the porous substance 2130 and the , qu id I mate„ a l 
21 1 40 are approximately equal. The transmitted light is then reflected by the brilliant metal 
2200 to produce transmitted reflected light L, T . .... , . s* 

Since the external light L, has transmitted through the circular polarization plat" 2300. it is 
1 5 circSy polarized. The reflected light L JT from the lustrous metal 2200 has opp, - . rotate of 1 5 
circular polarization. That is, assuming that the circular polarization plate 2200 s~ .s 
clockwise circular polirization, the transmitted reflected light L n has counterclocK- : JO lanza- 

ClOCRWiac ^iiwuio K ui~~L.«* Kutho r rrn ar f>n ftf ,*..•! 'On D ate 
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tion. As a result, the transmitted reflected light L„ is blocked by the circular polar i^uon plate 



20 



25 



30 



35 



40 



2300 and absorbed thereby. As a result, the portion facinq the light transmissive electrode 
20 2151 appears black when viewed from a view point 2400. Jfl .„ 

On the other hand, the D.C. voltage V B is applied across the electrodes 21 52 and 21 20 w, h 
the electrode 2120 being charged negatively. Thus, the liquid material 2140 electroosmotically 
moves toward the negative electrode 21 20 and the excess liquid matenal flows into a gap 21 80 
between the porous substance 21 30 and the electrode 21 20. As a result the impregnation 
25 factor of the liquid material 21 40 at the surface portion facing the electrode 21 52, which races 
the open space, is reduced and voids 21 31 are created as shown. Since air exists in the voids 
2131 it creates mismatching of index refraction between the air and the synthetic resin forming 
the porous substance 21 30. As a result, the external light L, is diffuse-reflected at the interface 
to produce a reflected light L 2fi . The higher the voltage V B , the more is the liquid impregnation 
30 factor reduced and the more does the intensity of the reflected light L 2R increases. 

Since the reflected light L 2R is the one from the surface of the porous substance 21 30, the 
rotation of circular polarization is not reversed. Accordingly, the reflected light can freely 
transmits through the circular polarization plate 2300 without being blocked thereby. 
The higher the voltage V B , the whiter does the portion facing the electrode 2152 appear. 
35 As described above, the present invention makes use of the finding that the reversal of 
rotation of circular polarization takes place at the brilliant metal 2121 even after the light has 
transmitted through the composite body 100 but the reversal of rotation of circular polarization 
does not take place by the reflection at the surface of the porous substance 21 30. 

A black level can be materially lowered by appropriate choice of the circular polarization plate 
40 2300. Thus, unlike a liquid crystal device, a wide view angle and high quality black-white 
reflection type display is attained. , . » 

By reducing the voltage to zero, the portion facing the electrode 2152 instantly restores to the 
same state as the portion facing the electrode 2151, that is, the black state, by the capillary 
action 

45' Thus, by increasing the number of the light transmitting electrodes 2151 and 21 52 exposed 45 
to the open space and replacing them with known seven-segment electrodes insulated from each 
other and selectively applying the D.C. voltage between them and the electrode 2120, a 
reflection type numeric display is provided. 

In place of replacing the electrodes exposed to the open space 21 70 wth the seven-segment 

50 electrode, the electrode 2120 facing the support plate 21 10 may be replaced with the seven- 50 
segment electrodes and the voltage may be selectively applied thereto to attain a similar 
operation. . 

The electrode 2120 and the lustrous metal 2200 may be made of thin and liquid permeative 
conductive films such as indium oxide or tin oxide like the electrodes 2151 and 21 52 and they 

55 may be deposited on the surface of the porous substance 21 30 opposite to the surface facing 55 
the electrodes 2151 and 21 52. In this case, the support plate 21 10 may be omitted and the 
both surfaces of the porous substance 21 30 are exposed to the open space. 

Accordingly, in the display device of the present invention it is sufficient that one or both of 
the surfaces and hence at least one surface of the porous substance need be exposed to the 

60 open space. u 
Fig. 1 3 shows a partial structure and power supply system, in 'cng'rtudinal section, of another 
embodiment of the reflection type display device of the present rvention. Numeral 2230 
denotes, like in Fig. 1 2, porous substance made of cellulose acetate which serves as the light 
transmissive dielectric material. It may be a microporous membrane filter having a thickness of 

65 1 20 /im and having fine through-holes or pores having average pore diameter of 0.5 /im and 65 
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porosity of approximately 80%. ( . . ., 

The liquid material 2140 may be a mixture of methacryloxy-propyl-tnmethoxy silane 
(n„ = 1 .43) and o-methyl naphthalene (n, - 1 .62). They are mixed at an appropriate proportion 
to obtain an index of refraction which is approximately equal to the index of refraction of 

5 cellulose acetate (n d « 1 .47). «i^ r ^« o 1 1 1 

Those elements may be mounted on a glass support plate 2110 on which electrodes 2121 
and 2122 made of tin oxide conductive films having electrode width of 300 /xm are deposited 
alternately with a space between adjacent electrodes being 100 /im. The electrodes 2121 and 
21 22 are connected to a square wave or sinusoidal wave A.C. power supply 21 90 via 

10 conductors 2161 and 2162, respectively. The liquid material 2140 is transparent and 
electroosmotically moves toward a negative electrode in the porous substance 2 130. 

Fig. 1 2 diagrammatically show the movement of the liquid material when the electrode 2121 
is negatively charged relative to the electrode 21 22. 
In the present embodiment, the lustrous metal member 2200 is made of a metal plate such 

1 5 as aluminum plate and it is disposed to expose to the open space 21 70 and to be away from i & 
the composite body 100, as opposed to the embodiment of Fig. 12. The circular polarization 
filter 2300 is deposited on the surface of the transparent glass support plate 21 10. An external 
light L, is radiated from the lower side of the circular polarization plate 2300 and a view point 
2400 exists on the same side of the circular polarization plate 2300. „ 

20 Since the liquid material 2 1 40 moves toward the negative electrode 2 1 2 1 , the external light 2V 
L, which has transmitted through the circular polarization plate 2300 transmits through the 
portion of the composite body 100 facing the negative electrode 2121, and the transmitted 
light is reflected by the brillian metal member 2200 to produce transmitted reflected light 
having reversed rotation of circular polarization as a result, that portion appears black. 

25 On the other hand, the liquid impregnation factor of the surface portion of the composite body 2$ 
100 facing the positive electrode 2122 lowers. Thus, reflected light L 2R is produced thereat. As 
a result no reversal of the rotation of circular polarization takes place and the reflected light 
transmits through the circular polarization, filter 300. Therefore, that portion appears white. 
When the polarity of the voltage is reversed, the portion on the electrode 21 21 appears 

30 white That portion thus alternately appears white in response, to the polarity reversal of the JO 
voltage from the power supply 21 90. As a result an average light reflection factor increases. 
This trend is more remarkable as the magnitude of the voltage increases. When no voltage is 
applied, it appears black as explained with reference to Fig. 12. Thus, the average light 
reflection factor can be controlled by the voltage application. 

35 A response of the electroosmotic movement to the application of voltage is fast and the device Jt> 
shown in Fig. 1 3 can respond up to approximately 800 Hz if an appropriately high voltage is 
applied. 

A satisfactory reflection type display is attained by selecting the frequency of the alternating 
square wave from the power supply 21 90 to approximately 60 Hz, taking flicker problem into 

40 consideration, and varying the amplitude from 0 volt to 1 50 volts. 40 
In the present embodiment, the liquid material 2140 is rendered to electroosmotically move 
in parallel to the surface of the porous substance 21 30. Accordingly, the pores in the porous 
substance need not necessarily extend from one surface to the other surface but it is sufficient 
that only the surface portion exposed to the open space 21 70 is porous. 

45 The lustrous metal member 2200 may be disposed on the glass support plate 2110 and the 45 
circular polarization plate 2300 may be disposed to expose to the open space. In this case, the 
view point 2400 and the radiation source of the external light L, exist in the open space 21 70. 
When the electrodes 2121 and 21 22 are made of metal electrodes such as aluminum 
evaporated electrodes, the brilliant metal member 2200 which is to be mounted on the surface 

50 of the support plate 21 10 can be omitted. In this case, light transmissive conductive films such 50 
as indium oxide or tin oxide may be deposited on the electrodes 2121 and 2122 made of metal 
evaporated films. . 

Fig. 14 shows a structure, in longitudinal section, of a further embodiment of the reflection 
type display device of the present invention, and a power supply system therefor. The present 

55 embodiment intends to further enhance a contrast ratio to compare with the two previous 55 
embodiments. 

On the surface of the porous substance 21 30, there are provided a number of depressions 
2132 of spot, line or rectangular shape or mixture thereof, which extend to include a number of 
pores of the porous substance 21 30. 

60 For example, when the porous substance 21 30 has pores having an average pore diameter of ou 
0.1-1 fim, an opening of the depression 21 32 exposed to the open space may have a midth or 
diameter of 1 5-30 urn, a depth of 1 5-30 ftm and a width or diameter of tip end of 3 /im or 
less. It has pedestal or triangle shape in cross section and density of the depressions is 
150-400 per inch. ', cc 

65 Display electrodes 2151 and 21 52 of conductive films made of light transmissive and liquid ot> 
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permeative metal oxide are deposited on the surface of the porous substance 2130 including 
the inner surfaces of the depressions. . 

A brilliant metal member 2210 which also serves as an electrode is deposited on a support 
plate 2110 made of glass, plastics or the like. 
5 Since no voltage is applied across the electrodes 21 51 and 2200, the light transmissive 5 
liquid material 2140 wets the sloped surfaces of the depressions 21 32 by capillary action. As a 
result an external light L 1 which has been circularly polarized at a circular polarization plate 
2 300' transmits through the portion facing the electrode 2151 and ft is reflected at the lustrous 
metal member 2200 which also serves as the electrode. Thus, the rotation of circular 
10 polarization is reversed and that portion appes* ; black when viewed from a view point 2400. 10 
On the other hand, the liquid material 214G at the portion facing the electrode 21 52 
electroosmotically moves toward the electrode 2200 so that the liquid impregnation factor at the 
sloped surfaces of the depressions 21 32 is lowered and the openings of the pores of the porous 
substance 2130 are exposed. _ 
15 As a result, the external light L, is diffuse-reflected and the reflected light transmits through 1 b 
the circular polarization plate 2300. Thus, that portion apears white. 

The provision of the depressions 21 32 is very effective to the diffused reflection of light and 
permits high quality black-white display. 
For example, when the porous substance as described above having a thickness of 40-1 20 
20 fim and the light transmissive liquid material are used, a black-white ratio of over 1 :20 can be 20 
attained at an operating voltage of 10-60 volts. 

In the present embodiment, when the support plate 21 10 is made of metal plate such as 
aluminum plate, it may serve as both the electrode and the lustrous metal member. 
In order to prevent electrochemical reaction of the support plate, a light transmissive 
25 conductive film such as tin oxide or indium oxide may be deposited on the surface thereof. The 25 
same film may also be applied to the lustrous metal member 2200 which also serves as the 
electrode. 

In the embodiment of Fig. 14, the lustrous metal member 2200 may be mounted on the 
surface of the glass support plate 2110 which is opposite to the surface facing the composite 
30 body 1 00 and the light transmissive electrode made of metal oxide may be disposed at the 30 
original location of the member 2200. 

Opaque ink or conductive ink of black or other color may be selectively applied on the light 
transmissive electrodes 2151 and 21 52 leaving the depressions 21 32 uncovered. When the 
conductive ink is applied, the light transmissive electrodes 2151 and 2152 may not be 
35 deposited but instead the conductive ink may be selectively applied on the surface of the porous 35 
substance 21 30 while leaving the depressions uncovered. In this case, there, is an advantage 
that since no electrode exists in the depressions, pure white display can be attained. 

When a light transmissive electrode is deposited on the surface of the transparent support in 
place of the lustrous metal member 2200, the circular polarization plate 2300 may be disposed 
40 on the surface of the support plate 2110 which is opposite to the surface facing the composite 40 
body 100 and the lustrous metal member 2200 may be disposed to expose to the open space 
2170. 

As described above, the present invention provides a reflection type display device by the use 
of the circular polarization plate and the lustrous metal member. Unlike a prior liquid crystal 
45 display device, it has a wide view angle, a wide display area and a wide range of operation 45 
temperature. 

Fig. 1 5 shows a structure, in longitudinal section, of one embodiment of an inproved display 
structure which is particularly useful for a transmission type display device. 
The display device comprises porous substance having a number of five openings which open 

50 to at least one surface thereof and depressions each including more than one of the openings 50 
therein. Liquid material is impregnated in the display structure. By electrically controlling the 
liquid impregnation factor at the surface having the depressions, an effective control of external 
light is attained by the generation of the depression. The depressions may be any one of variety 
of shapes, such as dot line, strip or radial dot where a plurality of short lines radially extend 

55 from a center dot, a plurality of depressions are arranged adjacent to each other. When the 55 
porous substance is made of transparent dielectric material and transparent liquid material 
having an index of refraction which is approximately equal to that of the transparent dielectric 
material is impregnated therein and a voltage of an appropriate pattern is applied to the 
structure, it is particularly useful for the transmission type display device for numerics, 

60 characters, graphic patterns and picture images. 60 
An effective control of light transmission is attained by the depressions. Accordingly, it is 
necessary to increase a density of the depressions in order to obtain a high contrast ratio 
required for the display device. However, available manufacturing technique poses a limit to the 
increase of density of depressions and the contrast ratio of the entire device is restricted by the 

65 leakage of transmitted light from flat portions of the display device between the adjacent 65 
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d Xe S pr°esent embodiment is intended to improve the -contrast ratio by making the surface of 
the porous substance substantially opaque when it is impregnated with the liquid material while 

leaving the depressions transparent. _ 

5 in Fig 1 5 numeral 1 000 denotes a display device having a film-like porous substance 3110, 5 
on a surface of which a number of conical or truncated conical dot-shaped depressions 31 20 are 

f °The d porous substance 31 10 may be a microporous membrane filter made of light transmis- 

sive dielectric material such as nitrocellulose, cellulose acetate or mixture thereof. It has a 
10 thickness of 40-200 /im and pores 1 1 1 having an average pore diameter of 0.1-1 /im and 10 

porosity of 50-80% and extending from one surface to the other surface and having openings 

exposed to both surfaces. 
The depressions 31 20 may be dot-shaped and they may be formed by an emboss process in 

which a copper mesh relief for relief printing is pressed or hot-pressed to a microporous 
1 5 membrane filter which forms the porous substance. The dot-shaped depressions 31 20 may have 1 5 

an average opening diameter of 1 5-30 at the surface, a depth of 10-1 5 /im and an 

average diameter of no larger than 3 at the bottom of the ddpression. Space between 

adjacent depressions 3120 may be 254 jim (100 depressions/inch)-63.5 /im (400 depres- 
sions/ inch) and a number of depressions are formed at this density. 
20 In the present embodiment like e.g., the embodiments of Figs. 5 and 7, the light W 

transmissive electrodes are arranged on the support plate with each electrode being insulated 

from other and a voltage is applied across the electrodes to attain a transmission type display. A 

plurality of depressions 3120 are provided at an area in which the control of light transmission 

is desired and no depression is provided at a non-display area 31 30'. 
25 In Fig. 1 5, opaque forming agent 31 40 is applied on flat surface portions 3130 between the 25 

depressions 3120 and on the non-display area 3130', and liquid material is impregnated in the 

display structure 1000 so that it appears substantially opaque. ' 
One example of the opaque forming agent 3140 is opaque ink such as black ink and another 

example is oil expelling agent such as surface active agent having smaller surface tension than 
30 the impregnated liquid material. J0 
A requirement for the opaque ink is that coloring agent and binder are not dissolved by the 

light transmissive liquid material impregnated. The liquid material usually made of siiane, 

siloxane or naphthalene derivative having alky! group or alcoxy group as a functional group. 

Accordingly, the opaque coloring agent may be coloring dye or pigment if it is properly selected, 
35 but fine particles of carbon black are most preferable. Major binder may be cellulose ester such 35 

as nitrocellulose or cellulose acetate. 
Preferable solvent for nitrocellulose is butyl carbitol and preferable solvent for cellulose acetate 

is N-methyl-2-pyrrolidon. Carbon black is mixed with the solvent to form opaque ink. 
The porous substance 31 10 is usually made of cellulose ester material as described above. As 
40 a result, when the opaque ink described above is applied thereon, the surface of the porous 40 

substance 3110 may be eroded or dissolved by the solvent so that the display structure may 

frequently be deformed or shrink. 
Accordingly, most preferable opaque ink is that including solvent which does not dissolve the 

porous substance 31 10 and major binder which is not eroded by the liquid material. 
45 It has been found that most preferable solvent for the above requirement is alcohol and most 45 

preferable major binder is polyamid resin. A very small amount of solvent which dissolves the 

porous substance 3110 may be added to enhance application strength. 
Nitrocellulose, cellulose acetate or mixture thereof is not substantially eroded by alcohol 

solvent, and polyamid resin is not substantially eroded by the liquid material mentioned above. 
50 From a standpoint of printing ability, opaque ink including solvent consisting of mixture of 50 

hepti-alcohol and octi-alcohol, and mixture of polyamid resin and carbon black can be widely 

used, not only for cellulose ester resin but also glass or ceramic material. 
On the other hand, requirement for the oil expelling agent is that it is not chemically eroded 

by the liquid material used and the porous material 31 10 is not eroded by diluent for the oil 
55 expelling agent. When the porous substance 31 10 is made of cellulose ester and the liquid 55 

material 3400 is made of the material mentioned above, carbon fluoride anion or cation surface 

active agent may be used but it is not good in electrochemical action. 

Most preferable oil expelling agent is fluorine polymer dissolved in solvent such as xylene- 

hexa-fioride or fleon solvent; e.g. poly-1 11,11 1-pentadecafluorooctylmethacryiate. This polymer 
60 film has very low surface tension, e.g. 1 1 dyne/cm. It has hydrophobic property and strong oil 60 

expelling property, it does not dissolve almost all solutions and the solvent mentioned above 

does not dissolve cellulose ester. 
The application agent described above is commercially available for 3M Co. under the trade 

name of FC-706 or FC-721 . When the polymer solution described above is applied on the flat 
65 surface portions or land surface portions 31 30 between the depressions 31 20, and the non- 65 
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display area 31 30', a portion of the polymer solution is impregnated into the porous substance 
31 10 by a small depth from the surface thereof through fine openings which present at the 
surface of the porous substance 3110. When the solvent is dried and evaporated at 
approximately 60T, the polymer deposit on the surface of the porous substance and inner 
5 surfaces of the pores at small depth from the surface. Thus, strong oil expelling property is 5 

3tt When the liquid material has been impregnated into the display structure 1000 thus formed, 
the land surface portions 31 30, the non-display area 31 30' and the vicinity thereof are not 
wetted by the liquid material. Accordingly, those portions create mismatching of index of 

10 refraction and they scatter and diffuse-reflect an external light.- Therefore, they are substantially 10 
opaque to transmitted light. 

When the opaque ink mentioned above is applied, the land surface portions 31 30 and the 
non-display area 31 30' are of course opaque and light is not transmited therethrough. 
A special manufacturing process is required for precisely applying the opaque forming agent 

15 3140 on the limited areas, that is, small land surface portions 31 30 and the non-display area 1 5 
3130'. 

Figs. 16A and 16B show manufacturing process of the display structure of the present 
invention in association with Fig. 15. 

In Fig. 16A, numeral 31 10 denotes a microporous membrane filter made of cellulose ester on 
20 the surface of which desired depressions 3120 of dot, line, strip or radial dot shape are 20 
provided at predetermined positions by embossing method. The porous substance 31 10 is 
disposed on a flat support plate 36 1 0 such as glass plate and the opposite ends of the porous 
substance 31 10 are fixed to the support plate 3610 by adhesive tape 3620 made of plastic or 

the like. . , OK 

25 Then, as shown in Fig. 1 6B, solution 3800 of opaque forming agent such as opaque ink or 
oil expelling agent is applied onto a printing roll 3700 made of rubber as thin as possible and 
roller coating is carried out rapidly before the solvent evaporates. This process is repeated 
several times. The solution 3800 on the roll 3700 is transferred to the land surface portions 
31 30 and the non-display area 31 30' while leaving the depressions 3120 uncoated. Hardness 

30 of the roll is an important factor to carry out such precise transfer. If it is too soft, the solution 30 
3800 is applied to the interior of the depressions 31 20 and if it is too hard the porous 
substance 31 10 is damaged or uniform transfer is not attained. A preferable roll is a rubber roll 
having hardness of 30 degrees. 
While manually operated roller coating has been explained above, offset printing by a printer 

35 may be used for mass production. The porous substance 3110 having the opaque forming 35 
agent 3140 applied thereto is then heated to approximately 60*C to evaporate the solvent 
thereof. Then, the tape 3620 is removed and unnecessary portions of the porous substance is 
cut away to obtain the display structure 3100 as shown in Fig. 15. By evaporating the solvent 
by heat treatment after the opaque forming agent 3140 has been applied, the applied opaque 

40 forming agent 3140 can be effectively made porous. 40 
Fig. 1 7 shows a structure, in longitudinal section, of another embodiment of the display 
structure of the present invention, which is comparative to that shown in Fig. 1 . It is useful for a 
transmission type display device in which a voltage is applied thicknesswise of the composite 
body, like the display device shown in Fig. 12. 

45 The present embodiment differs from that of Fig. 1 5 in that light transmissive and liquid 45 
permeative electrodes 3131 and 3132 are deposited on the land surface portions 3130 and the 
non-display area and opaque forming agent 3140 is applied on the electrodes 3131 and 3132 
while leaving feeding ports thereof uncovered. 

In the present embodiment, desired depressions 3120 are formed in the porous substance 

50 3110 by embossing method, copper is evaporated on the surface of the porous substance 3110 50 
through an evaporation mask to the thickness of approximately 80 A and then the porous 
substance 31 10 is dipped in iodine solution to form the light transmissive and liquid permeative 
electrodes 3131 and 3132 of cuprous iodide. Then, opaque forming films 3140 are applied in 
the same way as explained in Fig. 16 to form the display structure 1000. 

55 Light transmissive liquid material having substantially same index of refraction as the dielectric 55 
material forming the display structures of Figs. 15 and 17 is impregnated into those display 
structures to form the display devices having the electrode structures as shown in Figs. 5 and 1 , 
respectively. By the application of the opaque forming agent 3140, light transmission through 
the land surface portions 31 30 and the non-display area 31 30' is effectively blocked and the 

60 contrast ratio by voltage control is remarkably enhanced and white image display on black 60 
background is attained. 

As an example, when the display structure as shown in Fig. 1 7 is used and the electrode 
structure as shown in Fig. 1 in which a voltage is applied thicknesswise of the composite body 
is used with the porous substance 3110 made of a microporous membrane filter made of nitro- 

65 cellulose having a thickness of 1 20 fxm and an average pore diameter of 0.3 fim and 65 
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depressions 3120 of truncated cone shape having an opening diameter at the top surface of 
20-30 M m ' a de P tn oLapproximately 1.7 /xm and average diameter at the bottom of 3 /im or 
less arranged at a density of 200 depressions per inch, and the light transmissive liquid 
material 3400 made of dimethyMrimethoxy-triphenyl siloxane, and a voltage V e of 1 00-1 50 

5 volts is applied, the strength of transmitted projected light is reduced to 1 /5-1 /20 of the light 5 
intensity for the applied voltage V B of zero volt (that is, contrast ratio is 1/15-1 /20) when the 
opaque forming agent 3140 made of the opaque ink or oil expelling agent described above is 
applied, Thus, the effect of the application of the opaque forming agent 31 40 is very 
remarkable and the contrast ratio is materially improved. When the opaque forming agent 31 40 

10 is not applied, a dark pattern corresponding to the depressions 3120 is displayed in a bright 10 
background, while when the display structure 1 000 of the present invention is used a light 
pattern is displayed on a black background. 

While the porous substance made of cellulose ester has been explained, a similar display 
structure can be provided when the porous substance is made of glass, ceramics or metal oxide. 

1 5 While the depressions of dot shape have been particularly explained, they may be of line, 1 5 
strip of any other shape. When the depressions are parallel grating or strips, the opaque forming 
agent may be applied along the lines of the parallel grating or strips by roll coating or offset 
printing method to precisely coat the opaque forming agent without coating the depressions. 
As described above, the display structure of the present invention comprises the porous 

20 substance having depressions with the surface thereof being made substantially opaque except 20 
the depressions it blocks the light transmission through the areas between the depressions and 
hence materially improves the contrast ratio. 

The display device which employs the display structure described above controls the liquid 
impregnation factor at the depressions by electroosmotic movement to effectively control a light 

25 transmission factor or light reflection factor to an external light. By making the surface of the 25 
porous surface selectively opaque excluding the depressions, undesired light transmission and 
light reflection are blocked and hence a display device of high contrast ratio is provided. 

The depressions may be of dot, line, strip or any other shape having a cross section which 
becomes narrower as it goes depthwise of the porous substance. A plurality of depressions are 

30 provided side by side. 30 
The porous substance may be light transmissive, opaque or colored made of dielectric 
material, and the liquid material impregnated therein is preferably light transmissive and when 
light transmissive dielectric material is used, liquid material having substantially the same index 
of refraction as the dielectric material is selected. When the porous substance is made of light 

35 transmissive dielectric material, the device is useful for light transmission type, transmission- 35 
projection type or reflection type display device, and when the porous substance is made of 
opaque or colored dielectric material the device is useful for a light reflection type display. The 
porous substance may be made of plastics, glass, ceramics or metal oxide having a number of 
fine openings which expose to at least one surface of the porous substance and having pores or 

40 gaps which permit the impregnation of liquid to at least the interior of the porous substance 40 
which is deeper than the depth of the depressions formed in the porous substance. 

The porous substance usually comprises a microporous membrane filter made of cellulose 
ester which permits liquid to permeate from one surface thereof to the other. Accordingly, from 
the view point of heat resistivity of this membrane, liquid permeative and light transmissive 

45 conductive film may be formed by vacuum depositing copper and iodizing it by iodine solution 45 
to form cuprous iodide. 

In order to maintain the liquid permeability and to prevent the fine openings on the surface of 
the porous surface from being clogged and to maintain high light transmission factor, the 
cuprous iodide conductive film is usually formed in this thickness such as 80 A. 

50 The display structure described above, however, still has problems to be resolved. 50 
The first problem is sheet resistance of the liquid permeative and light transmissive conductive 
film. For example, sheet or areal resistance of the conductive film made of cuprous iodide is as 
high as 10 kQ/Q which is too high to use it as an electrode of a wide screen display device. 
Also, the conductive film may be easily broken during the operation. 

55 Second problem is decrease of light transmission at the depressions. In a transmission- 55 
projection type display device, the dielectric material forming the porous substance and the 
liquid material impregnated therein are to be transparent and have the substantially same index 
of refraction. As a result, when no voltage is applied, the depressions are transparent and exhibit 
high light transmission factor. However, when the conductive film of cuprous iodide is provided, 

60 the light transmission factor is lowered due to mismatching of index of refraction and the 60 
projected image appears brown. For example, when the porous substance is made of cellulose 
ester it has an index of refraction between 1 .47-1 .51 while cuprous iodide has a high index of 
refraction of approximately 2.34. Therefore, there exists large mismatching of index of 
refraction. 

65 In the light of the above, the present invention is intended to provide a display structure and a 65 
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display device which have resolved the first and second problems. 

The display structure is constructed by selectively applying and depositing electrodes made of 
conductive ink on the surface of the porous substance while leaving the depressions uncovered. 
The display device is constructed using the display structure thus formed. 
5 One embodiment thereof will be explained with reference to Fig. 1 8 which shows a partial a 
perspective view of the display structure of the present invention. For the convenience of 
illustration, the ink applied and deposited is shown as a laminate although it is partially 
impregnated into the surface of the porous substance and the top surface. 
In Fig 18, numeral 1000 denotes a display structure having a film-like porous substance 
10 41 1 0 on the surface of which dot-shaped depressions 41 20 of conical or truncated conical 1 0 

shape are formed. The porous substance 41 10 may be made of fiber such as plastics or glass, 
or sintered glass or ceramics, and more preferably it is formed by a microporous membrane filter 
made of mollulose ester such as nitrocellulose, cellulose acetate or mixture thereof. The porous 
substance 41 1 0 is to be light transmissive material when it is used for a transmission type 
1 5 display device, and black or colored opaque material when K is used for a reflection type display 1 5 
device The porous body 4110 made of microporous membrane filter has 8 thickness of 40-200 
urn and pores 41 1 1 having an average pore diameter of 0.1-1 /im and substantially extending 
from one surface to the other surface and having openings exposed to both surfaces of the 
porous substance, and having a porosity of 50-80%. The dot-shaped depressions 4120 have 
20 an average diameter of 1 5-30 /im at the surface and a depth of 1 0-25 and each 20 
depression includes a plurality of pores 41 10. An average diameter of the depressions at the 
bottom end thereof is preferably 3 or less to form sharp depressions, in the present 
embodiment as well as the other embodiments to be described later. A space between adjacent 
depressions 41 20 is 254 /im (1 00 depressions per inch)-63.5 microns (400 depressions per 
25 inch) and a number of depressions are provided. 25 
The depressions 4120 may be formed by embossing method in which a relief printing copper 
plate is etched to form desired depressions 4120 of dot line or strip shape and it is pressed or. 
heat pressed to a microporous membrane filter which forms the porous substance 41 10. 

Copper is then evaporated onto the surface of the porous substance having the depressions 
41 20 formed thereon, and it is dipped in iodine solution to form a liquid permeative and light 30 
transmissive conductive film 41 30 to a thickness of approximately 80 A. An electrode 41 40 
made of conductive ink is then selectively applied and deposited onto the conductive film 41 30 
while leaving the depressions 41 20 uncovered. 
In the display structure of the present embodiment liquid material made of derivative such as 
35 silane, siloxane or naphthalene having at least one of alkyl group and alcoxy group as a 35 
functional group is impregnated. Accordingly, the conductive ink 4140 used should be one 
which is not eroded by such liquid material. 

When the porous substance 41 1 0 is made of plastic material such as cellulose ester, it is 
necessary to prevent it from being dissolved or eroded by solvent (diluent) of the conductive ink. 
40 Taking the above into consideration, major binder for the conductive ink 4140 may be 40 
celluJose ester such as nirrocellulose or cellulose acetate, and the most preferable major binder 
which may be useful for almost all purposes is polyamid resin. Most preferable solvent for the 
ink is alcohol such as hebutyl alcohol or octyl alcohol. As to conductive particles which impose 
conductivity to the ink 4140, they must be electrochemically stable and make opaque the area 
45 other than the depressions 4-1 20. For the effective electrical control of light at the depressions 45 
41 20, graphite is most preferable and silver is best with respect to the conductivity. 

Accordingly, the conductive particles preferably include at least one of graphite and silver 
particles. The selective application and deposition of the conductive ink 4140 onto the light 
transmissive conductive film 41 30 while leaving the depressions 4120 uncovered are carried 
50 out by repeated process of transferring from a roller having diluted conductive ink applied on 50 
the surface thereof and drying of the transferred ink. Sheet resistance of the conductive ink 
41 40 for the display structure thus formed is 1 2/Q or less for silver conductive particles and 
100-200 2/[j for graphite, which are much lower than sheet resistance of 10 kQ/£] which is 
obtained when only the light transmissive conductive film 41 30 is used. In this manner, a high 
55 performance electrode can be attained. 55 
The electrode 4140 made of conductive ink is opaque. Accordingly, when the display 
structure 1000 is used in a transmission type display device, the light transmission through the 
areas other than the depression areas 4120 is blocked. The light transmission is restricted to the 
depressions 4120 at which effective electrical control is carried out. Accordingly, together with 
60 the low resistance and light transmission blocking of the electrode 4140 made of conductive 60 
ink, more stable and higher sensitivity display device than the display device using the display 
structure previously explained is attained. As for the electrochemical stability and the opaque 
property of the conductive ink 4140 when liquid is impregnated, that including graphite 
particles as conductive particles is most preferable. So long as the conductivity is concerned, 
65 however, that including silver particles is much superior to that described above. In this case, 65 
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however, if liquid material is not properly selected, that conductive ink tends to be eletfrochemi- 
callv eroded. This problem, together with the problem of opaque property, can be resolved by 
adding graphite particles. Accordingly, the conductive ink preferably includes at least graphite 
particles with or without silver particles as conductive particles. ■ - 

5 Fici 1 9 shows partial perspective view of another embodiment of the display structure of the 5 
present invention. The present embodiment is particularly suitable for use in a transmission type 
display device. In order to more completely block the light transmission through the areas other 
than the depressions 4120, opaque ink 4150 is selectively deposited while leaving the 
depressions 41 20 uncovered, and then conductive ink 41 50 is deposited thereon. The opaque 
1 0 ink 41 50 includes fine particles of carbon black as opaque material and major binder therefor is 10 
most preferably polyamid resin for the same reason as that for the opaque ink 4140 described 
above Preferably ink solvent is alcohol such as hebutyl alcohol or octyl alcohol. The opaque ink 
41 50 may be selectively deposited by the transfer from a roller while leaving the depressions 

1 5 ^Sndu^^nUiw of the conductive ink 41 40 are usually those having relatively large grain 1 5 
size in order to increase the conductivity, such as scale-shaped graphite particles haying an 
average grain size of 4.5-10 /im or silver particles having a grain size of 0.2-10 /i (peak grain 
size of 0.5-3 tf. or mixture thereof. As a result, when the conductive ink 41 40 on\y is 
deposited, the light transmission may not be completely blocked. On the other hand, carbon 

20 black particles can have small grain size such as 1 jim or less. They have, therefore, much 

higher shielding ability and light blocking ability. In addition, by the presence of the opaque ink 
41 50 applicability of the deposition is much more improved than when the conductivity ink 
41 40'is applied directly on the surface of the light transmissive conductive film 41 30, and the 
light blocking property is also improved by the combined effect with the conductive ink 4140. 

25 Fig 20 shows a partial perspective view of another embodiment of the display structure of 
the present invention. Unlike the previous embodiment, the depressions 4120 of the present 
embodiment do not include the conductive film 41 30 described above and the conductive ink 
4140 is selectively deposited as the electrode while leaving the depressions 4120 uncovered. 
While the strip-shaped despressions 4120 are shown in the illustrated embodiment, they may 

30 be of dot shape or line shape (parallel grating) as they are in the embodiments of Figs- 18 and 30 
1 9 When they are of strip shape or line shape, openings thereof may have a width of 25-50 
urn* and a width of 3 pm or less at the bottom end. When they are of strip shape, the length 
thereof may be of any length and need not necessarily be uniform. The conductive ink 4140 
may be formed in the same manner as in the embodiments of Figs. 18 and 19. That is, it is 

35 selectively transferred and deposited by the transfer from a roller while leaving the depressions 35 
41 20 uncovered. _ L . A ^ 

In the present embodiment, like in the embodiments of Figs. 1 8 and 1 9, the display structure 
1000 comprises a support plate having an electrode on the surface opposite to the surface on 
which the conductive ink 4140 is deposited, and liquid material impregnated in the display 

40 structure 1000. In operation, a voltage is applied across the conductive ink 4140 and the 40 
electrode in the support plate. Although the electrode made of conductive film 4130 is not 
present in the depressions 41 20, the voltage is effectively applied to the interiors of the 
depressions 4120 by an edge effect of the conductive ink 4140 and the liquid impregnation 
factor on the sloped surfaces of the depressions is controlled by electroosmotic movement so 

45 that the light reflection factor or the light transmission factor can be electrically controlled. 45 
Thus, according to the present embodiment, the manufacture of the display structure can be 
made easier in comparison with the embodiments of Figs. 18 and 19 because the light 
transmissive conductive film 41 30 is not needed. In addition, by the use of the conductive ink 
41 40, a low resistance electrode is provided. Since no conductive film 41 20 is present in the 

50 depressions 4120, the movement of liquid on the sloped surfaces 4121 is not blocked. Further, 50 
the problem of mismatching of index of refraction between the material forming the porous 
substance 4110 and the liquid material 4130 impregnated therein as described above is 
eliminated. Thus, when a light transmission type display device is constructed by the porous 
substance 41 10 made of transparent dielectric material and the liquid material impregnated 

55 therein having the substantially same index of refraction as the dielectric material, the light 55 
transmission factor is enhanced and brown coloring can be prevented. As a result, bright and 
sharp transmitted image can be displayed. 

Fig. 21 shows a partial perspective view of another embodiment of the display structure of 
the present invention, and Fig. 22 shows a structure, in longitudinal section along a line 

60 XXII-XXII in Fig. 21 , of embodiment of the display device of the present invention which uses 60 
the display structure 1000 of Fig. 21. 

in the present embodiment, the depressions 4120 are shown as being dot-shaped, but they 
may be strip-shaped or line-shaped (parallel grating). The depressions 4120 are formed only in 
the areas of patterns of display areas 4141' and 4142'. Opaque ink 41 50 is deposited, by the 
65 transfer from a roller, on a surface of porous substance 41 10 while leaving the depressions 65 
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4120 uncovered. Conductive inks 4141 and 4142 are selectively ^P°^'J^^^^^ 
from a roller (offset printing) on the opaque ink 41 50 at the areas ?™™ 
of the display areas 4141' and 4142' including electrode lead areas 4141 1 and 4142 while 
Saving the depressions 4120 uncovered. These are insulated from each other so that a voltage 
5 s selectively applied thereto. The display structure 1000 thus formed m 

plate 4200 made of transparent glass on a surface of which a transparent electrode 4300 such 
as tin oxide is deposited. 

In the embodiment of Fig. 22 which shows a light transmission type display device, the 
oorous substance 41 10 may be a microporous membrane filter made of cellulose ester such as 

10 nitrocellulose, cellulose acetate or mixture thereof as described above. Electroosmotically mobile 
liquid material 4400 (which is shown as a number of dots for the convenience of illustration) 
having the substantially same index of refraction as the material forming the porous substance 
41 10 is impregnated in the display structure 1000 to attain the matching of index of refraction. 
When the porous substance 41 10 is made of nitrocellulose (index of refraction n^l .51), the 

1 5 liquid material 4400 may be dimethyl-triphenyl-trimethoxy siloxane 1 5 
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where $ represents phenyl group] (n d ^1 .51), and when the porous substance 41 10 is made of 
cellulose acetate (n d =1.47), it may be phenyl trimethoxy silane [C 8 H 5 Si(OCH 3 )J (n d =1.47), and 

25 when the porous substance 41 10 is made of mixture of nitrocellulose and cellulose acetate 25 
(1 .41 <n d < 1 .51), it may be mixture of the liquid materials mentioned above at an appropriate 
proportion or mixture of high index of refraction material such as a-methyl naphthalene 
(n d =1 .61) and low index of refraction material such as phenyl trimethoxy silane in order to 
attain the matching of index of refraction (1.47<n d <1.51). ... o rt 

30 As a result, the porous substance 41 10 having the liquid material 4400 impregnated therein 
becomes to be transparent. Accordingly, at the portions thereof facing the conductive ink 4141 
which is connected to the electrode 4300 via a conductor 4501, the liquid material 4400 wets 
the sloped surfaces 41 21 ' of the depressions 41 20 as shown in the drawing by capillary action 
so that the depressions 4120 transmit an external light L, to produce a bright transmitted 

35 output light L^. 

On the other hand, at the portions on which the conductive ink 142 is applied, a negative 
voltage V B is applied to the electrode 4300 via a conductor 4300. In this construction, the 
liquid material 4400 electroosmotically moves in the porous substance 41 10 toward the 
negative electrode. 

40 Accordingly, the liquid material 4400 on the sloped surfaces 41 21 " of the depressions 41 20 40 
moves into the interior of the porous substance 41 10 as shown in the drawing. As a result, the 
liquid impregnation factor of the liquid material 4400 on the sloped surfaces of the depressions 
41 20 lowers accordingly and air comes into the voids to cause mismatching of index of 
refraction. Thus, by the presence of the sloped surfaces having coarse porosity of porous 

45 substance 41 10, the input external light L, scatters and an intensity of transmitted output light 45 
L 2B decreases, at the areas other than the depressions 41 20, the light transmission is blocked by 
the presence of the opaque ink 41 50 and the conductive ink 4142. 

Since the transmitted light L 2B comes through only the depressions 4120, an effective 
electrical light control is attained. As an example, in the construction described above, when the 

50 porous substance 41 1 0 has a thickness of 1 20 pm, a contrast ratio L^/Ljb of approximately 20 50 
is obtained at the applied voltage V B of 100-1 50 volts. When the voltage V e is reduced to zero, 
the sloped surfaces 4121" are wetted by the capillary action so that those portions instantly 
restore to the same light transmissive state as the portions facing the conductive ink 4141. 
When the display structure is to be used in a light reflection type display device, the electrode 

55 4300 may be made light reflective by forming it by aluminum evaporation film. In this case, the 55 
portion facing the conductive ink 4141 appears black and the portion facing the conductive ink 
41 42 appears white due to the scatter and reflection of external light. When the dielectric 
material forming the porous substance 41 10 is made of black or colored material, the portion 
facing the conductive ink 4141 appears colored in the color of the dielectric material while the 

60 portion facing the conductive ink 4142 provides white reflection display. 60 
Fig. 23 shows a structure, in longitudinal section, of another embodiment of the display 
structure of the present invention, which is an improvement over the embodiment shown in Fig. 
21 . Like in Fig. 22, Fig. 23 shows a partial structure in longitudinal section along a line 
XXII-XXII shown in Fig. 21. 

65 The present embodiment is intended to provide more sharp and uniform display of a desired 65 
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pattern in the device shown in Fig. 22. It differs from the embodiment of Fig. 21 in that oil 
expelling agent 4160 (shown by broken lines) is selectively applied on the conductive inks 
4141 and 4142 which are selectively deposited while leaving the depressions 4120 uncovered, 
and on the opaque ink 4150 where no conductive ink is deposited. The requirements for the oil 
5 expelling agent 4160 are that it is not chemically and electrically eroded by the liquid material 5 
4400 used, it exhibits high oil expelling property and diluent of the oil expelling agent 4160 
does not materially erode the porous substance 4110, opaque ink 41 50 and conductive inks 
4141 and 4142. When the porous substance 41 10 is made of cellulose ester and the liquid 
material 4400 is made of the material described above, carbon fluoride anion or cation, or 
1 0 neutral surface active agent may be used but they are not necessarily electrochemically strong. 1 0 
Most preferable material for general purpose is fluorine polymer such as poly-1 11,111- 
pentadecafluoro-octyl-methacrylate dissolved in solvent such as xylenehexafluoride or carbon 
fluoride (fleon). 

As described above, surface tension on the polymer film mentioned above is approximately 

15 11 dynes/cm which is much lower than that of the liquid material 4400. It is hydrophobic and 1 5 
highly oil expelling, and is not dissolved by almost all solutions. The solvent thereof does not 
dissolve cellulose ester or polyamide resin. By applying the application agent made of the 
polymer solution mentioned above by roller coating method, for example, and drying the solvent 
at an appropriate temperature, e.g. 60*C, the display structure 1000 shown in Fig. 23 is 

20 obtained. 20 
When the display structure 1000 of Fig. 23 thus formed is used to construct a display device 
in the same manner as shown in Fig. 22, the flow-out or movement of the liquid material 4400 
in the direction along the surface of the display structure having the depressions 41 20 is 
blocked by the presence of the oil expelling agent 4160. As a result, the distribution of the 

25 impregnation of the liquid material 4400 which extends over a two-dimensional area is 25 
substantially uniform, and a sharp pattern can be displayed with a uniform and stable operation. 

When a light transmission type display is constructed, the areas on which the oil expelling 
agent 4160 is applied are not wetted by the liquid material by the presence of the oil expelling 
agent 41 60 and hence those areas cause mismatching of index of refraction. As a result, the 

30 input external light is scattered and diffuse-reflected so that those areas appear substantially 30 
opaque to the light transmission. 

Accordingly, the opaque ink 4150 may be omitted and the conductive inks 4141 and 4142 
may be directly applied onto the surface of the porous substance 41 10 followed by the 
application of the oil expelling agent 4160. In this case, the oil expelling agent is directly 

35 applied onto those areas where the conductive ink are not present. 35 
While two-segment display devices have been shown in Figs. 21 through 23, a seven- 
segment display device can be constructed in the same principle to display numerals. In this 
case, the segments may be selectively applied with pulse voltages in such a polarity that the ~ 
liquid material 4400 is moved into the interior of the porous substance 41 10. 

40 Fig. 24 shows a process for applying the conductive ink, in accordance with the present 40 
invention, for the display structures shown in Figs. 21 and 23. 

In Fig. 24A, numeral 41 10 denotes a microporous membrane filter made of cellulose ester 
described above, on the surface of which dot, line or strip-shaped depressions 4120 are formed 
beforehand by embossing method or the like at predetermined positions in accordance with a 

45 predetermined display pattern. Black opaque ink 41 50 is applied thereon while leaving the 45 
depressions 41 20 uncovered. The porous substance 4110 thus formed is mounted or a support 
plate 4610 made of flat glass plate and the opposite ends of the porous substance 41 10 are 
fixed to the support plate 4610 by adhesive tape 4620 such as vinyl adhesive tape. 
Then, as shown in Fig. 24B. conductive ink 4800 diluted with solvent is applied to a very 

50 thin thickness onto a printing roller 4700 made of rubber, in a shape corresponding to a desired 50 
pattern of display area and electrode leads 41 13 and 41 14, and the printing roller is properly 
positioned and then the conductive ink is rapidly transferred before the solvent evaporates. After 
the above process has been repeated two or three times, the conductive ink is dried at an 
appropriate temperature such as 60*C to evaporate the solvent. By the forcive evaporation of 

55 the solvent, the conductive ink deposited becomes porous to contribute to a preferred operation. 55 
If resistance is too high, the above process is repeated until a desired resistance is obtained. 

The diluted conductive ink 4800 on the roller 4700 is selectively transferred while leaving the 
depressions 41 20 and the non-display area 4112 uncovered. Hardness of the roller 4700 is an 
important factor to accomplish such precise tranfer. If it is too soft, the interiors of the 

60 depressions 41 20 are covered with the conductive ink, and if it is too hard, the porous 60 
substance 41 10 is damaged or uniform transfer is not attained. A preferable roller is a rubber 
roller having a hardness of 30 degrees. 

While manually operated roller coating has been described, offset printing by a printing 
machine is effective for more precise mass production. The conductive ink used may be made of 

65 conductive particles made of silver, graphite or mixture thereof and major binder may be made 65 
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„„ ™y b. S^2S.^5I'*» pores sub^c. 4110.*, 5 

rCfcrrihPd above In the illustrated embodiment, the depressions 4120 are line-shape pa"»» el 
25!? NumeTai 41 40 denotes conductive ink including silver particle or graphite PSftiete.. 
Si |*JSSii IS 41 70 made of polyamide resin is deposited thereon by the transfer from ^ 

25 3 ^electrode protective ink 41 70 may be substituted by the opaque ink 41 1 50 described 
above InVhis case, the opaque ink 4150 plays role of both electrode protect.cn and block of 
finSt transm Inton at undesired or unnecessary area, and the manufactunng process can be 
• 9 JhiKi the ooaoue ink 4150 has been described to be interposed between the 

30 SSeTn^ I^WS?^^«^MMe. 41 10. it may be disposed on the conductive ink 
30 moK i the^ese* embodiment, or it may even be disposed *™™**°«^ " k 
41 40 and the porous substance 41 1 0 and also on the conductive ink 41 40. This is also 
applicable to the embodiment of Fig. 21 described above and all other embodiment.. 
P The^electVode protective ink 41 70 and the opaque ink 41 50 are not •PPh*^ *• tQ 35 
35 electrode Sad 411 5 to keep it for electrical contact. After it has been ete«ncally contacted to 35 
eternal by a wire or the like, it may be applied with inks 41 70 or 41 50 if desired 

As described above, the present invention provides the display structure compns.ng the 
porous substance and the electrode made of conductive ink selectively applied and deposrted 
thereon while leaving the depressions uncovered, and the display device utilizing the above 
40 d^^^eTcTpro^B a low resistance electrode structure and the manufacture .thereof 40 
f« ve!?esS In addition the light transmission factor at the depresses can be increased and 
hence the display device can provide stable and sharp display. 

Fig 26 shows y an improved power supply system for the display device of the present 
invention A display device shown is that illustrated in Fig. 22. 
45 In the power supply system of the previous embodiments, the display electrodes 41 41 and 45 
41 42 are applied with a D.C. voltage having positive and negative symmetnc amplitude relative 
to the other electrode 4400, or positive and zero operating voltages. «* 
In Ve improved power supply system shown in Fig. 26, in order to block the transmission of 
JlSSSSTt'S diffused it. a relatively high DC. voltage V of a P*"*««"^ 50 
50 liquid impregnation factor at the surface of the porous substance 41 1 0 (i.e. the surfaces o the SO 
depressions 4121" in the illustrated embodiment) to be lowered that is. to cause the £uid 
material 4400 to electro-osmotically move toward the electrode 4300. :s 
hand, in order to establish the light transmission state, a D.C. voltage V, which ^°™*° n 
the voltage V a in magnitude and of opposite polarity is applied across the electrode 4300 a.:d 
55 the display electrode 41 41 so that the liquid material 4400 electroosmotically moves towarc the 55 
surface of the porous substance 41 10 (i.e. the depressions 4121 ' in the illustrated embodi- 

m Assuming that the liquid material 4400 electroosmotically moves toward the negative # 
electrode as described above, when a symmetric voltage in which the magnitudes ot V B ana v B 

60 are equal is applied, the liquid material 4400 may overflow on the surface of the porous °u 
substance 41 10 by a pumping effect due to the electroosmotic movement and, in the present 
embodiment, it is stored in the depressions 4120. This portion provides bright transmitted light 
L„ for the external light L,. Under this condition, however, when the light transmission or iignt 
reflection with phase reversal is to be attained at the area corresponding to the display electrode 

65 41 42 for example, the external light L, is not transmitted or reflected until the liquid material oo 
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4400 stored on the surface of the porous substance 4110, that is, in the depressions 4120 has 
been completely absorbed into the interior of the porous substance 4110. As a result, response 
time is slow. 

On the other hand, when the voltage V B ' is zero, the liquid impregnation factor at the surface 
5 of the porous substance 4110 (i.e. the surfaces of the depressions 41 21 " in the illustrated 5 
embodiment) at the portion facing the electrode 4142 is lowered so that the external light is 
controlied. Under this condition, when the voltage Vy is zero, the liquid material 4400 at the 
portion corresponding to the electrode 4141 is restored to the surface of the porous substance 
4110 (i.e. the surface of the depressions 412V) by the capillary action. 
10 Although the restoration speed is relatively high, it cannot exceed a predetermined limit. In 10 
addition, the liquid impregnation factor at the surface may not be sufficiently large due to 
incomplete restoration of the liquid and hence fully transparent state may not be attained in 
some cases. 

In the present embodiment, since the voltage V e ' which is smaller than and of opposite 
1 5 polarity to the voltage V 8 is applied, this voltage, in cooperation with the capillary action, forces 1 5 
the liquid material 4400 to restore to the surface. 

As a result, the restoration response time to the transparent state is shortened. In addition, by 
selecting the amplitude of the voltage V B ' appropriately low relative to the voltage V B , a problem 
of the reduction of response speed due to excess overflow of the liquid onto the surface as seen 
20 in the embodiment using the symmetric voltage is resolved. 20 
In particular, when the voltage V 8 ' is a variable D.C. voltage, the response time and the 
control of the external light can be optimally controlled by simply adjusting the voltage. 

In an experiment, when the amplitude of V e ' is 20% or less of the maximum amplitude of V B , 
the overflow of the liquid material 4400 onto the surface is prevented and sharp and high 
25 response display is provided. For example, in the construction having the porous substance and 25 
the liquid material described above, when the maximum amplitude of V B is 50-80 volts, V e ' is 
fixed to an appropriate voltage between 10 volts and 16 volts to attain a satisfactory operation. 

In the illustrated embodiment the voltage is applied thicknesswise of the porous substance or 
composite body. When a voltage is applied laterally of the composite body 100 as shown in Fig. 
30 7, the O.C. voltage applied to the display electrode 532 relative to the electrode 531 is 30 
relatively high positive or negative voltage for the display operation (scatter and reflection of 
external light) when the liquid material electroosmotically moves toward negative or positive 
electrode, respectively, and the D.C. voltage V e is a relatively low negative or positive voltage, 
respectively, for the restore operation. In this manner, non-symmetric voltage is applied. 
35 Fig. 27 shows a structure, in longitudinal section, of one embodiment of a further improved 35 
display device of the present invention, which is an improvement over the embodiment of Fig. 
22, and a powering system therefor. 

In the embodiments described above, such as in the embodiment of Fig. 10, the composite 
body 100 is mounted on the surface of the flat support plate 1110 and the electroosmotic 
40 movement of the liquid material 1 140 toward the electrode 1 120 in response to the application 40 
of the voltage V B is accomodated in the gap 1 180 to control the liquid impregnation factor at 
the surface of the porous substance 1 1 30. 

However, a wide-area display device may frequently makes partially ununiform operation. One 
of the causes thereof is that the porous substance 1 1 30 locally strongly attaches to the support 
45 plate 1 1 10 on which the electrode 1 120 is deposited so that the flow-out and flow-in of the 45 
liquid material from and to the gap 1 180 are impeded. 
The present embodiment is intended to resolve the above problem to provide uniform display. 
As shown in Fig. 27, either by forming a number of depression gaps 4181 on the surface of 
the porous substance which faces the electrode 4300 or by forming depression gaps 4182 on 
50 the surface of the support plate on which the electrode 4300 is deposited, or by both of them 50 
effective unevenness is formed at the gap 4180 between the composite body 100 and the 
support plate 4200 on which the electrode 4300 is deposited to increase the degree of freedom 
of flow-in and flow-out of the liquid material. 
Since the effective unevenness is formed at the gap 4180 by the depression gaps 4181 and 
55 41 82 and the liquid material 4400 flows into and out of the gaps, the ununiformity in the 55 
operation is eliminated. 

The formation of the depression gaps 4181 in the porous substance 41 10 may be made by 
embossing method similar to that used to form the depression 3120 (or 4120 in the present 
embodiment) shown in Fig. 15. 
60 The depression gaps 4181 may be of dot-shape line-shape, parallel grating, strip-shape or 60 
grid-like, like the depression 3120. The depth of the depression 4120 is shallow such as 
10-30 /xm so that the depressions 3120 and 4120 are not mechanically damaged by the 
formation process of the depressions 4120. The density of the depressions may be 100-400 
depressions per inch. 

65 The depression gaps 4182 formed on the surface of the support plate 4200 may. be of the 65 
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same shape-as the depression gaps 4181, but when the support plate 4200 is made of glass 
olate the? may be easily formed by chemical etching by fluodic acid or sand blasimg to form 
Sne^nSs on V tSe Saw. The delired electrode 4300 is directly deposed on the ""even 
surface as shown in Fig. 27. For the light transmission type d.splay dev.ce, the electrode 4300 . 
5 fs light transSe as described above and for the light reflection type d.splay dev.ce an 5 
evaporated metal film is deposited. , . 

Fig 28 shows a partial perspective view, in longitudinal section, of one embodiment of the 
display device of the present invention, which illustrates the formation of isolated electrodes for 
the display structure shown in Fig. 21. L . 4 j-.^.. m 

10 It is necessary to form a plurality of segment electrodes insulated from each other to display 1 0 
numerals or characters either by light transmission or light reflection. In the present embodi- 
ment, the insulation and isolation of the plularity of electrodes are carried out by forming 
depression grooves which continuously extend to follow the outlines of the electrodes, in the 
surface of the porous substance. - - 

1 5- In Fig 28 depression grooves 41 22' and 41 22" which continuously extend to follow the 1 5 
outlines of display areas 41 41 ' and 41 42' having a plurality of depressions of dot, line ^or . 
stripe-shape (dot-shaped depressions being shown in Fig. 28) and electrode lead areas 4141 
and 41 42" which are contiguous to the display areas 4141' and 41 41 " respectively, are 
formed by embossing method like the formation of the depression 41 20. Conductive ink is 
20 directly transferred and applied thereon over the entire area of the porous substance 41 1 0 by 
roller coating method described above. The conductive ink is applied onto the display areas 
4141' and 4142' excluding the depressions 4120, the electrode lead areas 41 41 and 4142 
contiguous to the dispiay areas 4141' and 4142', respectively, and the non-display area 4143, 
but it is not applied on the depression grooves 41 22' and 41 22". 
25 Accordingly, by the presence of the depression grooves 41 22' and 41 22", the segment *d 
electrode 4141 made of the conductive ink applied over the electrode lead area 41 41 which is 
contiguous to the display area 414 V. and the segment electrode 4142 applied on the electrode 
lead area 4142" which is contiguous with the display area 4142 # are insulated from each other 
they are also insulated from the conductive ink 4143 on the non-display area. 
30 In order to attain the insulation by the depression grooves 41 22 # and 41 22", it is essential «*u 
that the conductive ink is not transferred to the depression grooves during roller coating of the 
conductive ink. According to an experiment it is desirable that cross section width and depth of 
the depression groove are in the same order as or more than those of the depressions 41 1 20. 
The cross section width of the depression groove at the surface of the porous substance is 
35 20-100 tim and the depth of 1 5-60 /im although it varies depending on the thickness of the 3b 
porous substance. The cross section width preferably becomes narrower as it goes into the 
interior of the porous substance. Preferable cross section shape is triangle or pedestal. 

if the cross section width and the depth are too small, the conductive ink flows into the 
depression grooves and the isolation and insulation are difficult to attain. When the cross section 
40 width is too wide the same thing occurs, and if the depth is too- large the porous substance is 40 
damaged hy excess embossing. 

When the display structure having the electrodes isolated by the depression grooves is used 
as a light transmission type display device, the depression grooves transmit light, in some cases, 
to materially degrade the quality of displayed image. In vjch cases, as shown in Fig. 28, 
45 opaque forming agent 41 50 made of opaque ink or oil spelling agent as described above may 45 
be applied on the inner surfaces of the depression grooves 4122' and 41 22", and/or opaque 
forming agent 41 51 may be applied on the surface of the porous substance 41 10 which is 
opposite to the surface facing the depression grooves 41 22' and 41 22" at those positions 
corresponding to the depression grooves 41 22' and 41 22" to the width equal to or wider than 
50 those depression grooves 4122' and 41 22", in order to effectively block the light transmission 50 
through the depression grooves 41 22' and 41 22". 

In this case, by applying the opaque forming agent 41 50 to cover the surface portions 
corresponding to the depression grooves 41 22 1 and 4122", the non-display areas 4143 and 
the electrode lead areas 414 V and 4142", more sharp transmission type display is provided. 
55 The display structure 1000 shown in Fig. 28 may be mounted on a support plate having 55 
electrodes deposited thereon, and the opaque forming agent 41 50 may be deposited on the 
surface portions of the support plate corresponding to the depression grooves 41 22' and 
41 22", the electrode lead areas 41 41 " and 41 42" and the non-display area 41 43. 
By applying the opaque forming agent over the entire surface except the display areas 414V 
60 and 4142', as described above, sharp display can be carried out. 60 
In the embodiment shown in Fig. 28, the depressions 4120 are first formed on the surface of 
the porous substance 41 1 C by embossing method and then the opaque forming agent 41 50 
made of opaque ink or oil expelling agent is transferred by roller coating method. Then, the 



depression grooves 4122' and 4122" are formed by embossing method, the conductive ink is 
65* transferred by roller coating method and then the opaque forming agent 4151 is applied. When 
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the opaque forming agent 4151 is applied on the back surface of the support plate or the 
porous substance, the application of the opaque forming agent to the inner wall of the 
depression grooves 4122' and 4122" may be omitted. 
In such a case, the depressions 4120 and the depression grooves 4122' and 4122" may be 
5 embossed on the surface of the porous substance 4110 through a single copper mask plate or 5 
separate copper mask plates and then the opaque forming agent 41 50 may be applied. 

A similar display structure 1000 may be formed by forming the depression grooves 4120 on 
the entire surface of the porous substance 41 10. In this case, the opaque forming agent 41 50 
or 41 51 is selectively applied on at least one of opposite surfaces of the porous substance 4110 
10 while leaving the areas corresponding to the display areas 4141' and 4142' uncovered, and 10 
then the depressions 4120 are embossed on the entire area of one of the surfaces of the porous 
substance 41 10, then the depression grooves 4122' and 4122" are embossed on that surface 
and the opaque forming agent and the conductive ink are sequentially applied by roller coating 
method. 

1 5 The depression gaps 4181 shown in Fig. 27 are formed, after the completion of the above 1 5 
process, by embossing them on the surface of the porous substance 41 10 on which the opaque 
forming agent 4151 has been applied. 
The display device in accordance with the present invention can realize a color display device. 
The color display device can be attained by applying light transmissive colored ink such as 

20 gravure ink to the surface of the porous substance which is exposed to the open space, or to the 20 
opposite surface of the porous substance, or applying h to the surface of the support plate 
which supports the display structure, or by a combination of the above. An external light is 
reflected or scattered at the surface of the porous substance which is exposed to the open 
space, and the color of the output light is determined by the color of the applied light 

25 transmissive ink. 25 
Such a color display device can be attained in either light transmission type operation or light 
reflection type operation. In this case, the porous substance is made of light transmissive' 
dielectric material and the light transmissive liquid material preferably has substantially same 
index of refraction as the dielectric material. Since the color of the output light is determined by 

30 the transmission color when the external light transmits through the color ink, display of any 30 
desired color can be attained by an appropriate selection of the color ink. This is an important 
advantage of the color display device of the present invention. 

Fig. 29 shows a partial structure, in longitudinal section, of one embodiment of a transmis- 
sion type color display device in accordance with the present invention. 

35 In the present embodiment, light transmissive color inks such as gravure inks, that is, red ink 35 
R, green ink G and blue ink B are applied in belt shape on the surface of the porous substance 
41 10 to a thin thickness to permit them to permeate liquid. Opaque forming agent 41 22 such 
as black ink is applied onto the spaces between the belt-shaped color inks R, G and,B. Then, 
linear depressions 41 20 are embossed at the centers of the belt-shaped colored ink R, B and G 

40 and linear depression grooves are embossed at the centers of the belt-shaped opaque forming 40 
agent 41 50 to isolate with electrodes. 

Then, conductive ink is applied on the surface of the porous substance 41 10 by roller coating 
method. The resulting display electrodes 4143, 4144 and 4145 made of conductive ink are 
isolated from each other by the depression grooves 4122. The display strucure thus formed is 

45 mounted on the light transmissive support plate on which the light transmissive electrode 4300 45 
is deposited, and the light transmissive liquid material which allows the matching of index of 
refraction with the porous substance 41 10 is impregnated therein to complete the composite 
body 100. 

The display electrodes 4143, 4144 and 4145 and the light transmissive electrode 4300 are 
50 connected to feeding terminals Y R , Y G , Y B and X 0 , respectively, and a D.C. voltage is selectively 50 
applied across the terminal X 0 and the terminals Y n , Y G and Y B . In response to the applied 
voltage, the liquid impregnation factors at the sloped surfaces of the depressions 4120 on 
which the colored inks R. G and B are applied are controlled to control the tight transmission for 
transmitted lights L,,, L G and U for an external light L,. 
55 The colors of the transmitted lights are red, green and blue corresponding to the colored inks 55 
R, G and B. 

Like the conductive ink described above, the color inks R, G and B are to be made of 
materials which are not dissolved by the liquid material used. For the liquid material described 
above, preferred material comprises polyamid resin binder and alcohol solvent such as heptyl 
60 alcohol or octyl alcohol. 60 
Fig. 30 shows a structure, in longitudinal section, of another embodiment of the color display 
device of the present invention, which is shown in association with Fig. 29. 

The color inks such as the red ink R and the green ink G may be applied on the surface of the 
porous substance 41 10 which is opposite to the surface on which the depressions 41 20 is 
65 formed, at the surface portions positionally corresponding to the deressions 4120. The color ink 65 
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such as the blue ink B may also be applied on the surface of the support plate 4200 on which 
the electrode 4300 is deposited, at the surface portion positionally correspt*dmg to the 
depressions 4120. The opaque forming agent such as black ink for blocking the light 
transmission through the depression grooves 4142 may be applied on the opposite surface of 
5 the porous substance 4140 at the surface portions positionally corresponding to the depression & 
grooves 4142, as shown by 41 50', or it may be applied on the support plate 4200 at the 
surface portions positionally corresponding to the depression grooves 4142\ as shown by 
41 50". 

When the light reflection type display devices as shown in Figs. 1 2, 1 3 and 1 4 are to be 

10 constructed, the color ink may be applied on the surface of the porous substance which is 1 0 

exposed to the open space as well as on the inner surfaces of the depressions. 

In this case, the color mk may be applied on the electrodes 2151 and 21 52, or the color ink 
may be applied first and then the electrodes 2151 and 21 52 are formed thereon. 
While one depression has been shown for each of the color inks R, G and B in the 

1 5 embodiment of Fig. 30, the color inks may be applied over the entire display area if the display 1 5 
area includes more than one depressions. 

Fig. 31 shows a structure, in longitudinal section, of another embodiment of the display 
device of the present invention, which is intended to provide a structure of effective package. 
In the display device of the present invention, it is essential that at least one surface of the 

20 composite body is exposed to the open space. The liquid material is impregnated in the porous 20 
substance of the display structure at a uniform density. The loss of liquid material such as by 
evaporation must be prevented. Thus, in the embodiment of Fig. 31, an auxiliary support plate 
4201 is provided in addition to the support plate 4200 and those plates are bonded together by 
adhesive material 431 1 with spacers 4320 being interposed therebetween to seal the composite 

25 body. Liquid impregnating material 4330 such as sponge or porous substance is disposed on 25 
the inner surface of the seal around at least one periphery thereof or preferably around all 
peripheries, and the composite body 100 having the display electrodes 4146 and 4147 formed 
thereon is mounted in the seal. Light transmissive liquid material is impregnated into the 
composite body 100 and the liquid impregnating material 4330. 

30 The bonding material 431 1 may be epoxy resin, cellulose bonding material or siano acrylate 30 
resin, and the spacers 4320 may be made of polyester film or cellulose acetate film. The liquid 
impregnating material 4330 used should be those which are not chemically attached by the 
light transmissive liquid material, such as polyurethane foam or glass wool. The support plate 
4200 and the auxiliary support plate 4201 are made of transparent glass plate, and the 

35 electrode 4300 deposited on the support plate 4200 is a transparent electrode for the 35 
transmission type display and a metal evaporation electrode for the reflection type display. An 
electrode conductor for powering is connected to the electrode 4300 and electrode conductors 
4246 and 4247 are connected to the display electrodes 4146 and 4147, respectively, for 
external connection. 

40 According to the present embodiment, since the composite body 100 is held in the sealed 40 
space 4400 (which constitutes an open space for the composite body 1 00), the loss of liquid 
material by evaporation is prevented. In addition, when the amount of liquid material 
impregnated in the composite body 100 is short, it is supplemented from the liquid impregnat- 
ing material 4330, and when the liquid material is excessive, the excess liquid material is 

45 accomodated in the liquid impregnating material 4330. in this manner, stable and uniform 45 
operation is attained. When the areas of the selectively and independently activated electrodes 
(i.e. display electrodes 4146 and 4147) are large, the liquid impregnating material 4331 may 
be disposed to circle the respective display areas to further improve the uniformity of operation. 
The liquid impregnating materials 4330 and 4331 may be either transparent or opaque, but 

50 they are preferably opaque such as black for easier observation of displayed pattern. 50 
The light transmissive liquid material is poured through an injection hole 4202 formed in the 
auxiliary support plate 4201, and after pouring the injection hole 4202 may be sealed by 
sealing agent 4203 such as epoxy resin. 
While various embodiments of the present invention have been shown and described, it 

55 should be understood that they may be practiced in any appropriate combination. 55 
As described above, the present invention provides the display device in which the light 
transmissive liquid material is impregnated in the porous substance and the liquid impregnation 
factor at the surface of the porous substance which is exposed to the open space is changed by 
the electroosmotic movement of the liquid material to control the external light. Unlike the liquid 

60 crystal display device, the display device of the present invention has very wide temperature 60 
range for operation. That is, the upper limit of the operating temperature is determined by a 
boiling point of the liquid material and a softening point of the dielectric material, and the lower 
limit is determined by a freezing point of the liquid material. Thus, the operating temperature 
range of - 30'C to 1 20X can be attained, which is much wider than the operating 

65 temperature range of the liquid device of 0* to 60*C. 65 
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Furthermore, since the electroosmotic movement is used, the orientation process needed for 
the liquid crystal device is not required. In addition, since the porous substance such as 
cellulose ester, which is a kind of paper, is used, a wide area material of uniform thickness is 
available. Thus, together with the advantage of no orientation process, a very wide area display 
5 device can be provided. Furthermore, by appropriately selecting the color ink, color display of 5 
any desired color can be provided. 

By arranging a number of electrodes insulated from each other and selectively powering them, 
an alphanumeric display device can be provided, and by applying a voltage pattern or charge 
pattern to the composite body, a light transmission type or reflection type image display device 
10 can be provided. ^0 

CLAIMS 

1 . A display device comprising; a composite body including a display structure having film- 
like or plate-like porous substance made of light transmissive dielectric material or light 

1 5 transmissive colored dielectric material, said porous substance being supported to expose at 15 
least one surface thereof to an open space, and light transmissive liquid material impregnated in 
said display structure; a first electrode disposed on one major surface of said composite body; a 
second electrode disposed on said one major surface or the opposite major surface; and means 
for applying a signal voltage across said first and second electrodes; wherein liquid impregnation 

20 factor on at least one surface of said porous substance facing said open space is controlled by 20 
the movement of said liquid material in said porous substance in response to said signal voltage. 

2. A display device according to Claim 1, wherein said light transmissive dielectric material 
forming said porous substance and said light transmissive liquid material impregnated in said 
porous substance have substantially equal index of refraction. 

25 3. A display device according to Claim 2, wherein said light transmissive liquid material is 25 
mixture of at least liquid material having a higher index of refraction than said light transmissive 
dielectric material and liquid material having a lower index of refraction than said light 
transmissive dielectric material. 

4. A display device according to Claim 1 , wherein said porous substance has a plurality of 

30 gaps or holes substantially extending therethrough from one surface thereof to the other surface. 30 

5. A display device according to Claim 4, wherein said porous material is made of light 
transmissive dielectric material selected from nitrocellulose, cellulose acetate, mixture thereof, 
polypropylene, polyamide. vinyl chloride resin, or any combination thereof. 

6. A display device according to Claim 4, wherein said porous substance is a microporous 

35 membrane filter made of light transmissive dielectric material of synthetic resin and has pores 35 
substantially extending from one surface to the other surface thereof and has an average pore 
diameter of 0.1-1 /im. 

7. A display device according to Claim 1, wherein said composite body is disposed and 
supported on a flat support plate, and the surface of said composite body opposite to said 

40 support plate is exposed to the open space. 40 
. 8. A display device according to Claim 7, wherein said support plate is made of light 
transmissive and electrically insulative material, said first and second electrodes are alternately 
arranged side by side on the surface of said support plate facing said composite body, and one 
of said first and second electrodes is formed to be light transmissive while the other electrode 

45 and space between said first and second electrodes are formed to be substantially opaque. 45 

9. A display device according to Claim 7, wherein said support plate is made of light 
transmissive and electrically insulative material, a first light transmissive electrode is disposed 
between said composite body and said support plate, a second light transmissive and liquid 
permeative electrode is disposed on the surface of said composite body opposite to the surface 

50 facing said first electrode, and means is provided to apply a voltage between said first and 50 
second electrodes. 

10. A display device according to Claim 7, wherein said support plate is made of light 
reflective or opaque metal electrode, one or more liquid permeative and light transmissive 
electrode elements insulated from each other are disposed on the surface of said composite 

55 body exposed to said open space, and means is provided for applying a voltage between said 55 
electrode elements and said metal electrode. 

11. A display device according to Claim 7, wherein light reflective or opaque film-shaped 
electrode is disposed between said support plate and said composite body, one or more liquid 
permeative and light transmissive electrode elements insulated from each other are disposed on 

60 the surface of said composite body exposed to the open space, and means is provided for 60 
selectively applying a voltage between said electrode elements and said film-shaped electrode. 

12. A display device according to Claim 7, wherein a plurality of light reflective or opaque 
film-shaped electrode insulated from each other are disposed between said support plate and 
said composite body, liquid permeative and light transmissive electrode is disposed on the 

65 surface of said composite body exposed to said open space, and means is provided for 65 
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selectively applying a voltage between said light transmissive electrode and said electrode 

6l T3 ent A display device according to Claim 1 1 or 12, wherein said light reflective conductive 
film is an evaporated metal film deposited on the surface of at least one of opposing said 

5 1 1 or 12. wherein said opaque conductive film is 

made of conductive paint including at least graphite particles, deposited on the surface of at 
least one of the opposing said support plate and said composite body. 

15 A display device according to Claim 7, wherein a first conductive film is deposited on 
10 said support plate, opaque material is disposed between said first conductive fi ^ an e d ^ e .. 

composite body, a second liquid permeative and light transmissive conductive film is deposited 
on the surface of said composite body exposed to said open space, and means is provided for 
applying the signal voltage between said first and second conductive films. 

16 A display device according to Claim 1 , wherein said porous substance is made of light 
1 5 transmissive dielectric material having a plurality of fine openings exposed to at least one 

surface thereof exposed to said open space, depressions of dot, line strip, radial dot or grid 
shape each including a plurality of said openings are formed on the surface of said porous 
substance, at least one of opaque ink and oil expelling agent is deposited on the surface of said 
porous substance while leaving said depressions uncovered, the surface of said porous 
20 substance is essentially opaque except said depressions when said light transmissive liquid 
material has been impregnated therein, and said surface of said porous substance is exposed to 

said open space. _ . . ... ^. 

17. A display device according to Claim 1 , wherein said porous substance has a plurality ot 
fine openings exposed to at least one surface thereof, dot, radial dot, strip or grid like 

25 depressions each including a plurality of said openings are formed in said porous substance, 
said first electrode made of conductive ink is selectively deposited on the surface of said porous 
substance on which said depressions are formed while leaving said depressions uncovered, said 
surface of said porous substance is exposed to said open space, and said second electrode is 
disposed on the major surface of said porous substance opposite to said surface. 

30 1 8. A display device according to Claim 1 7, wherein opaque ink is selectively deposited on 
the surface of said porous substance on which said depressions are formed while leaving said 
depressions uncovered, and the first electrode made of conductive ink is selectively deposited on 
said opaque ink while leaving said depressions uncovered. 

1 9. A display device according to Claim 1 7, wherein light transmissive and liquid permea- 

35 tive conductive film is deposited on the surface of said porous substance and the inner surfaces 35 
of said depressions, and the first electrode made of conductive ink is selectively deposited on 
said conductive film while leaving said depressions uncovered. 

20. A display device according to Claim 1 7, wherein light transmissive and liquid permea- 
tive conductive film is deposited on the surface of said porous substance and the inner surfaces 

40 of said depressions, opaque ink is selectively deposited on said conductive film while leaving 40 
said depressions uncovered, and the first electrode made of conductive ink is selectively 
deposited on said opaque ink while leaving said depressions uncovered. 

21 . A display device according to Claim 1 7, wherein said depressions are formed on the 
surface of said porous substance at positions corresponding to one or more patterns to be 

45 displayed, opaque ink is selectively deposited on the surface of said porous substance while 45 
leaving said depressions uncovered, one or more first electrodes made of conductive ink are 
disposed at positions corresponding to said one or more patterns to be displayed and coupled to 
electrode lead areas and selectively deposited while leaving said depressions uncovered. 

22. A display device according to Claim 1 7, wherein at least one of opaque ink and oil 

50 expelling agent is selectively deposited on said first electrode made of conductive ink while 50 
leaving said depressions uncovered. 

23. A iirolay device according to Claim 1 7, wherein said depressions are formed on the 
surface of "a-d porous substance at positions corresponding to one or more patterns to be 
displayed. > .e or more first electrodes made of conductive ink is selectively deposited on the 

55 surface of snid porous substance while leaving said depressions uncovered; said first electrodes 
being coupled to electrode lead areas to cover the portions corresponding to said patterns, and 
opaque ink is selectively deposited on the surface of said porous substance while leaving at least 
a portion of said electrode lead area and said depressions uncovered. 

24. A display device according to Claim 17 wherein said conductive ink includes conductive 

60 particles of at least one of graphite and silver. ... ^ 

25. A display device according to Claim 17 wherein major binder of said conductive ink is 
made of potyamid resin. 

26. A display device according to Claim 17, wherein electrode protective ink is selectively 
deposited on said first electrode made of said conductive ink while leaving said depressions 

65 uncovered. " 
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composite body facing said mvmZ^i^J^^lT °" e ? the Surface of said 
support plate, and gaps having | effective ui^enieS faiii h^ >U, SUb -!? anCe ,adn9 said 
5 said porous substance ""evenness are formed between said support plate and 

ofZ ^J^^^l^^^^ P-us substance has a plurality 
of said openings are formed on the surfaced L h 1 ' de P r l f ss,ons each including a plurality 
to a plurality of patterns to bTdi«^? f^ SttS substanca * Positions corresponding 
1 0 selectively formed over the areas SSin^'TJ^ electrodes made of conductive ink are 

areas while leaving M^iiSSSSSl^SSj^ ,0 be disp,a V ed t0 ela ««de lead 1 C 
follow outlines of said pattern •toetrodE^^™^ continuously extending to 

1 5 expelling agem 2 a^dTaf lel^ne 0 "? *!' J2tt " T 006 ° f 0pa<)ue ink and «* 

on one major surface of said ^SS^^SST * " W ^ PreSSi ° n 9rooves ,ormed 1 5 
substance opposite to said one majo lufi£ ^ a? olSfnnl ma, ° r S ^ rfaCe 0f Sa,d P° rous 
grooves. ,or surTace ' at positions corresponding to said depression 

20 on 3 t2e ~r&'o7.?K%^^ «* Pa«ern electrodes are disposed 

pattern electrodes are exposed to the ooen so^i^ e,ectrodes are *>""ed such that said St 20 
plate at position corresponding to mW KrfS™. ^ •f >P f qu ? mk is de P° sit e d on said support 
to said pattern display areas un^JSfd P °™ Wh '' e ' eaV,ng * ,e3St P ortions corresponding 

25 display stu^u^Sudi'ngte ^S^Jj^"* C0 "»™* ^ comprises the 
and light transmissive liquid m^iJJJ^TtS 5**1 transmissive die,e ««c ""terial 25 

^srers-s 



P-astic ^1fr*l£££Z3?» fstplfed' trr'" r?" T"* * — - 

said depressions being formed by embossino £id i! th \ surface of 83 * Porous substance, 
app lied, and at least one of opaqueTnkll^nduiK' ? ubstanc ? after *»' d color ink has been 

40 ap 3 p i ed rjfiES - . whi,e ^^<£^££ss a the first e,ectrode is se,ecti -»v 

P^is a transmissive auxiliary support 40 

space, said auxiliary support P^^^^^^STST b ° dy 6Xp0Sed t0 * ne 
material at the peripheries thereof.wrth spacefs E 'TS Sea,ed t0 9 ether b V bonding 
impregnating material made of sponge oTporolS mSJS o , 1> herebe,ween ' and "quid 9 
45 the inner edges of said support plate! t wntact • combmation 'hereof is disoposed at 

be^een said auxiliary support pfcS and saTd sup S X^ 8 '" -nd 8,80 dis P° sed « 

r B r n s t aid composit * body has a - ■ 

porous material or combination thereof is d ^l?^ 9 " 8 !!" 9 materia ' made of sponge or 
50 composite body and said auxilary T$£?££^ **** be ^ n Said 

is disposed between 50 
electrode and disposed either between , Lid ^S^lSf. ^! 9 " iS °' ated from said fi ™ 
surface of said porous substance opposhe to °he surffrt A d "J* SUpport p,ate or °" *• 
55 for controlling an external light is provided or , tL ml?," !i? 9 Sa i d Support P |ate - 8 di «P'ay area 
exposed to the open space at the Eion iZ^^ZZ*?? °' Said porous substan <* 55 
electrodes, and a signal voltage applying m £n S ; > n t Vl V ' eaSt , 0ne of said first and second 
first and second electrodes in such a , Jolari* tha sK?/ 0 8PP V " D C - vo,ta 9 a across said 
Rn r 8US ! d . ,0 move from on « of said first an5 s^onrf It 9 ^ trans 1 m,ssiv a «P"id material is 
60 liquid impregnation factor at said display a ?ea " the 0ther e,e « rode ' educing 

^^^^S£^£S^T 36 ' Wherei " additi0 " t0 said -9na. vdtage 6 ° 
applying means for app^ t^SSST^ ? «" -" signal Sage 

65 ^ St ° r ! ^ reduction of tbe »^id imSflrS£r^f n i^ ela otrodes is provided 

65 38. A display device according to Cla?m 3B llT - 1 d "P ,a V area. 

ng to Claim 36, wherein .n addition to said signal voltage 65 
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applying means "for reducing the liquid impregnation factor at the display area, signal voltage 
III MnS mains for applying a D.C. voltage of equal magnitude and opposite polarity to said 
s. ? qna votege "cross said fin* and second electrodes is provided to restore the reduction of the 
5 "quid impregnation factor at the display area and even increase the liquid impregnation factor. 
39 A display device according to Claim 36. wherein in addition to said signal voltage 
applying means for reducing the liquid impregnation factor at the display area, signal voltage 
applying means for applying a D.C. voltage of smaller magnitude than and of opposite Polarity 
to said signal voltage across said first and second electrodes is provided to restore the reduction 
10 of the liquid impregnation factor at the display area and even increase the liquid impregnation 

f3 40 A reflection type display device according to Claim 2. wherein a lustrous metal member 
is disposed on one of the major surfaces of said composite body, a circular polarization plate is 
disposed on the other major surface such that an external light transmitted through said circular 
15 polarization plat* transmits through said composite body and reflected by said lustrous metal 
member. 
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